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1 

Negative Birefringent Polyimide Films 

Technical Field 

The invention described herein pertains generally to negative birefringent 
soluble polyimide films for use in a compensator layer in a liquid ciystal display. 
5 Background of the Invention 

Liquid crystals are useful for electronic displays because light travelling 
through a thin film of liquid ciystal is affected by the birefringence of the film, which 
can be controlled by the application of a voltage across the film. Liquid ciystal 
displays are desirable because die transmission or reflection of light from an external 

10 source, including ambient Hght, can be controlled with much less power than is 

required for luminescent materials used in other displays. Liquid ciystal displays are 
now commonly used in such applications as digital watches, calculators, portable 
computers, and many other types of electronic equipment where the need ^sts for 
long-lived operation, with very low voltage and low power consiunption. In particular, 

15 portable computer displays benefit fh>m liquid crystal displays where display power 
utilization must be minimized to permit the battery to operate for as long a period of 
time as possible before recharging, while allowing the majority of the batteiy 
utilization to be directed toward computational efforts. 

When viewed directly, a liquid ciystal display provides a high quality output 

20 However, at laige viewing angles, the image degrades and ^diibits poor contrast. This 
occurs because liquid crystal cells operate by virtue of die birefringoit effect exhibited 
by a liquid crystal medium which includes a large number of anisotropic liquid crystal 
molecules. Such a material will be positively uniaxially birefringent (n^ ^ ^ 1 1 ^® 
extraordinary refractive index is larger than the ordinary refractive index) with the 

25 extraordinary refractive index associated with the alignment of the long molecular 
axes. The phase retardation effect of such a material on light passing through it 
inherently varies with the inclination angle of the light, leading to a lower quality 
image at laige viewing angles. By introducing an optical compensating elCTient in 
conjunction with the liquid crystal cell, however, it is possible to correct for the 
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unwanted angular effects and thereby maintain higher contrast at larger viewing angles 
than otherwise possible. 

The type of optical compensation required depends on the type of display 
which is used. In a normally black display, the twisted nematic cell is placed between 
5 polarizers whose transmission axes are parallel to one anotfier and to the orientation of 
the director of the liquid crystal at the rear of the cell (i.e., the side of the cell away 
from the viewer). In the unenergized state, no applied voltage, nomially incident light 
fix>m the backlight is polarized by the first polarizer and in passing through the cell, 
has its polarization direction rotated by the twist angle of the cell. The twist angle is 

10 set to 90'' so that the light is blocked by the output polarizer. Patterns can be writtra 
in the display by selectively applying a voltage to the portions of the display which are 
to appear illuminated. 

However, when viewed at large angles, die daik (unenergized) areas of a 
normally black display will appear light because of angle dependent retardation effects 

IS for light passing through the liquid crystal layer at such angles, i.e., off-normal 
incidence light senses an angle-dependent change of polarization. (Contrast can be 
restored by using a compensating element which has an optical symmetry similar to 
that of the twist cell, but which reverses its effect. One method is to follow the active 
liquid crystal layer with a twist cell of reverse helicity. Another is to use one or more 

20 A-plate retarder conq)ensators. These compensation methods work because the 

conqiensation element shares an optical symmetry witfi the twisted nematic cell; boA 
are uniaxial birefringmt materials having an extraordinary axis orthogonal tt> die 
normal light propagation direction. These approaches to compensation have been 
widely utilized because of the ready availability of materials with tfie required optical 

25 symmetry. Reverse twist cells employ liquid crystals and A-plate retaiders are readily 
manufactured by the stretching of polymers such as polyvinyl alcohol. 

Despite the effectiveness of these compensation techniques, there are drawbacks 
to this approach associated with the normally black operational mode. The appearance 
of a normally black display is very sensitive to cell gap. Ck>nsequent]y, in order to 

30 maintain a uniform dark appearance, it is necessary to make the liquid crystal cell very 
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thick, which results in unacceptably long liquid crystal response times. In addition, the 
reverse twist compensation technique requires the insertion of a second liquid crystal 
cell into the optical train, adding significant cost, weight, and bulk to the display. For 
these reasons, it is highly desirable to compensate a nomially white display in order to 
5 avoid these disadvantages. 

In a normally white display configuration, the 90° twisted nematic cell is placed 
between polarizers which are crossed, such that the transmission axis of each polarizer 
is parallel to the director orientation of the liquid crystal molecules in the region of the 
cell adjacent to it. This reverses the sense of light and dark from that of the normally 

10 black display. The uneneigized (no applied voltage) areas appear light in a normally 
white display, while tiiose which are enei^gized appear dark. The problem of 
ostensibly dark areas appearing light when viewed at large angles still occurs, but die 
reason for it is different and its correction requires a different type of optical 
compensating element In die energized areas, the liquid crystal molecules tend to 

15 align with the applied electric field. If this alignment were perfect, all the liquid 

crystal molecules in the cell would have their long axes normal to the substrate glass. 
This arrangement, known as homeotropic configuration, exhibits the optical symmetry 
of a positively birefnngent C-plate. In the energized state, the normally white display 
appears isotropic to normally incident light, which is blocked by the crossed polariza:5. 

20 The loss of contrast widi viewing angle occurs because the homeotropic liquid 

crystal layer does not appear isotropic to off-normal light. Light directed at off normal 
angles propagates in two modes due to the birefringence of the layer, with a phase 
delay between those modes which increases with the incident angle of the light. This 
phase dependence on incidence angle introduces an ellipticity to the polarization state 

25 which is then incompletely extinguished by the second polarizer, giving rise to slight 
leakage. Because of the C-plate symmetry, the birefringence has no azimuthal 
dependence. Cleariy what is needed is an optical compensating element, also in C- 
plane symmetry, but witii negative (n 1 1 > n J birefringence. Such a compensator 
would introduces a phase delay opposite in sign to that caused by the liquid crystal 
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layer, thereby restoring the original polarization state, allowing the light to be blocked 
by die output polarizer. 

This technique has not been used in the past because it has be«i difficult or 
impossible to construct a C-plate compensator with the required optical symmetry. 

M 

5 There has been no way found to stretch or compress polymers to obtain laige area 
films with negative C-plate optical symmetry and the required uniformity, nor is it 
possible to form a compensator finom a negatively bireftingent crystal such as sapphire. 
In order for a compensator to be effective, the phase retardation of such a plate would 
have to have the same magnitude as the phase retardation of the liquid crystal and 

10 would also have to have tiic same magnitude as the phase retardation of the liquid 
crystal and would also have to change widi die viewing angle at the same rate as tfie 
change of the liquid crystal's phase retaidation. These constraints imply that tiie 
diickness of tfie negative plate would tiius be on the order of 10 m™, making such an 
approach very difficult to accomplish because it would require the polishing of an 

15 extremely thin plate having the correct (negative) birefringence while ensuring tiiat the 
surfaces of the plate remained parallel. Since such displays are relatively large in size, 
the availability of a negatively birefringent crystal of sufficient size would also be a 
major difiRculty. Compensation techniques have been proposed which utilize crossed 
A-plate compensators. Such an arrangement, however, cannot produce a compensator 

20 with an azimuthal (C-plate) symmetry. Because of these difficulties; the tendency in 
the art has been to rely on normally black displays, even though the normally white 
type could produce a superior quality display if an appropriate compensator were 
available. 

Previous attranpts at compensator fabrication are described, for exainple in U.S. 

25 5,138,474, to Fuji Photo Film Co., Ltd., and wherein the technique relied upon for 
imparting negative birefringence required film stretching. Compensators are designed 
to improve the viewing angle dependence which is a function of retardation (Re), 
defined as a product of a birefringence (An) of a film and a film thickness (d). The 
viewing angle is improved by inserting a film having an optic axis substantially in the 

30 normal direction, more specifically, a laminated film of a biaxially stretched film 
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having a negative intrinsic birefringence and a uniaxially stretched film having a 
positive intrinsic birefringence between a liquid crystal cell and a polarizing sheet. 
Preferred examples of polymers for use in preparing the stretched films having a 
positive intrinsic birefringence include polycarbonates, polyarylates» polyetfiylene 
5 terephthalate, polyether sulfone, polyphenylene sulfide, polyphenylene oxide, polyallyl 
sulfone, polyamide-imides, polyimides, polyolefins, polyvinyl chloride, cellulose and 
polyarylates and polyesters which have a high intrinsic birefringence prepared by for 
example, solution casting. 

Preferred examples, of negative intrinsic birefringence stretched films would 

10 include styrene polymers, acrylic ester polymers, methaciylic ester polymers, 

acrylonitrile polymers and methacrylonitrile polymers with polystyrene poljmners being 
most preferred from the viewpoint of large absolute value of intrinsic birefringmce, 
transparency and ease of processing into films by solution casting. 

However, to date, there still is lacking a method for producing negative 

15 intrinsic birefringence films without tfie need of having to resort to physical poljoner 
fibn stretching to introduce the necessary orientation. Physical drawing of pol3mier 
films to achieve the necessary orientation and ordered areas which increase the 
scattering of light, are difficult to achieve, particularly regarding film uniformity. 
While on a macroscopic level tfie fihns superficially appear to be uniform, this is not 

20 the case on a microscopic level. To date, there has been no self-orienting, inherently 
in-plane oriented negative intrinsic birefringence films which are uniform on a 
microscopic level. 
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Summary of the Invention 
In accoidance with the present invention, there is provided a novel class of 
soluble polyimides, which when used to cast films, und^go a self-orientation process 
whereby the polyimide backbone becomes more or less aligned parallel to the film 
5 surface. This in-plane orientation results in a film that displays negative birefringence. 

It is another object of this invention to teach the ability to control the degree of 
in-plane orientation and thus, the magnitude of the negative birefiingence by varying 
the polyimide backbone linearity and rigidity. 

It is yet another object of this invention to teach that by increasing the 
10 polyimide backbone linearity and rigidity, the degree of in-plane orientation and 

associated negative birefringence can be increased, and Uiat conversely, by decreasing 
tfie polyimide backbone linearity and rigidity, the negative birefiingence can be 
decreased. 

It is still another object of this invention to teach die preparation of diin 
15 polyimide films that display negative birefringence in excess of 0.2. 

It is yet still another object of tfiis invention to teach the preparation of thin 
polyimide films that are essentially non-birefringent. 

It is another object of this invention to teach the ability to control the 
magnitude of the negative birefringence of thin polyimide films between zero and 
20 values in excess of 0.2 by adjusting tiie polyimide backbone linearity and rigidity. 

It is an object of diis invention to provide homopolyimides and copoljnmides 
which are soluble in the imide form, in non-toxic organic solvents, preferably mixed 
solvents of ketones and ettiors, which are capable of forming thin films, e.g., by spin 
coating, which exhibit negative birefringoice. 
25 These and other objects of this invention will be evident whra viewed in light 

of the drawings, detailed description, and appended claims. 
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Detailed Description of the Drawings 
The invention may take physical fonn in certain parts and arrangements of 
parts, a preferred embodiment of which will be described in detail in the specification 
and illustrated in the accompanying drawings which form a part hereof, and wherein: 
5 Figure 1 is a plot of refractive index vs. copolyimide composition [3,3 ',4,4'- 

biphenyltetracarboxylic dianhydride (BPDA) - 

2,2'-bis(trifIuoromethyl)-4»4 '-diaminobiphenyl (TFMB)], - [pyromellitic dianhydride 
(PMDA) - 2,2'.bis(trifluoromethyI)-4»4 '-diaminobiphenyl (TFMB)]y wherein the 
content of the copolyimide is changed as x varies from 100 to 0 while y varies 
10 correspondingly from 0 to 100; 

Figure 2 is a cross-sectional schematic side view of a twisted nematic, 
transmissive-type liquid crystal display; 

Figure 3 is an enlarged view of the multilayer portion of the display depicted in 

Figure 2; 

15 Figure 4 is a perspective view of an alternative liquid crystal display; 

Figure 5 is a Wide Angle X-Ray Diffraction (WAXD) pattern obtained via 
transmission mode for a (BPDA-TFMB)©^ - (PMDA-TFMB)o3 copolyimide; 

Figure 6 is a Wide Angle X-Ray Diffiraction (WAXD) pattern obtained via 
reflection mode for a (BFDA-TFMB)o3 - (PMDA-TFMB)o3 copolyimide; and 
20 Figure 7 is a Fourier Transform Infrared (FTIR) spectrograph of a series of 

(BPDA-TFMB), - (PMDA-TFMB)^ copolyimides wherein x is 0.5, 0.7, and 1.0, while 
y varies correspondingly and is 0.5, 0.3, and 0 respectively at 1778 cm'^ which 
represents symmetric and asymmetric stretching vibrations; 

Figure 8 is a Fourier Transform Infiared (FTIR) spectrograph of a series of 
25 (BPDA-TFMBX - (PMDA-TFMB)y copolyimides wherein x is 0.5, 0.7, and 1.0, while 
y varies correspondingly and is 0.5, 0.3, and 0 respectively at 738 cm"' which 
represents in-plane and out-of-plane vibrational modes; 

Figure 9 is transmission electron micrograph of a homopolyhnide BPDA-TFMB 
tfiin film after etching in a potassium pemianganate / phosphoric acid solution 
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indicating a fibril type of texture indicating that the c-axis of the ciystals is parallel to 
the fibril direction, revealing an in-plane orientation; 

Figure 10 shows a display with both active and passive display areas; 

Figure 11 shows a liquid crystal cell used in the display of Fig. 10; 
5 Figure 12 shows a mask which is used in conjunction with the liquid crystal 

cell of Figure 11; 

Figure 13 is an exploded perspective view of the various components of a 
liquid crystal display (LCD); 

Figure 14 is a color diart for the colors indicated by legend in Figures 10, 12 

10 and 13. 

DetaUed Descr^tion of the Invention 
The homopolyimides and copolyimides of tfiis invention consist of 
combinations of benzene dianhydrides, such as pyromellitic dianhydride and substituted 
pyromellitic dianhydrides of general formula (I): 

15 




and/or tetracarboxylic acid dianhydrides of formula and tfieir respective substituted 
derivatives, (11); 



25 




30 
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with monoaromatic and polyaromatic diamines of formula (m) 



5 




where each R is a substituent selected independently from the exemplary group of H, 

10 halogen, phenyl, substituted phenyl, alkyl, and substituted alkyl. particularly 

halogenated alkyls; G and F are independently selected from the representative and 
illustrative group consisting of a covalent bond or linking bond, a CHj group, a 
C(CH3)2 group, a CCCFj)^ group, a €(0X3)2 group wherein X is a halogen, a CO group, 
an O atom, a S atom, a SO^ group, a Si(CH2CH3)2 group or NCCH^) group; B is 

15 selected from tfie group consisting of halogen, viz. fluoride, chloride, iodide and 

bromide, €,.3 alkyls, C,.3 halogenated alkyls, phenyl or substituted phenyl wherein the 
substituents on the phenyl ring include halogens, C,.3 alkyls, C,.3 halogenated alkyls 
and combinations thereof; z is an integer from 0 to 3; each A is selected independently 
from tfie group consisting of hydrogen, halogen, viz. fluoride, chloride, iodide and 

20 bromide; alkyl, substituted-alkyl such as halogenated alkyls, nitro, cyano, thioalkyl, 
alkoxy, aryl or substituted-aiyl such as halogenated aryls, alkyl esters and substituted 
alkyl esters and combinations tfiereof; n is an integer from 0 to 4; and p and q are 
integers from 0 to 3 and 1 to 3 respectively, and wherein when p and q are greater 
than 1, the linking group between benzyl or substituted benzyl groups is F. 

25 In a preferred embodiment, tiie tetracarboxylic acid dianhydride of formula (U) 

will be substituted in the 2 and 2' positions as shown in formula (X) 



30 
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(X) 




and wh^in A„ is as defined previously and further wherein each B and Z are selected 
10 independently ftom tfie group consisting of halogen, viz. fluoride, chloride, iodide and 

bromide, C,.j alkyls, C,., halogenated alkyls, phenyl or substituted phenyl whofein the 

substituents on flie phenyl ring include halogens, C,., alkyls, C,., halogenated alkyls 

and combinations diereof; m is an integer from 0 to 2. 

Thus, it is understood diat this inventicm envisions h<nnopolymers made firom: 
15 (1) an acid dianhydride of fonxmla (II) and a diamine of formula (HI), and shown in 

generic form by formula (IV); and 



20 




25 



(IV) 



(2) homopolymers made from an acid dianhydride of formula (I) and a diamine of 
formula (HI) in which case p must be at least 1 to insure solubility, and as shown in 
genoric form by formula (V) 



30 
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(V). 

In a most preferred embodiment, the homopolymer made from the substituted 
10 acid dianhydride will be substituted in the 2 and 2' positions a shown in ibraiula pC) 
and tfie diamine will be of ftnrmula (III), as shown in genraic form by formula (XII) 




(XD). 

It is additionally understood that the term copolyimides as used in this 
application and the claims is not limited to polyimides containing only two different 
repeat units, but is intended to include any polyimide having two or more difPeroit 
repeat units. Thus, a copolyimide of the present invention can be made: (1) (a) wiA 
an acid dianhydride of formula (I) and at least two different diamines of formula (ID) 
or (b) with at least two different acid dianhydrides of formula (I) and a diamine of 
formula (DI) and shown in generic form by formula (VI) 
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(VI); or 

(2) (a) witfi an acid dianhydride of fonnula (II) witfi at least two diamines of formula 
(m) or (b) at least two acid dianhydrides of formula (II) and a diamine of fonnula 
(ni) and shown in genoic form by formula (VII) 




(vm). 
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In a preferred embodiment, the best mode known to the applicant to date, the 
polyimide would have die fomi as generically shown in fomiula (XI) 



5 




10 

(XI). 

It is appreciated that the relationship between x and y is inverse and that as x 
varies from 100 to 0, y correspondingly varies from 0 to lOQ. 

Although the above polyimides and copolytmides as described do not have end 

15 groups or indicate what end groups are present, end groups are present and the nature 
of the end groups are controlled by the reaction conditions or are determined by the 
addition of capping reagents. Thus, the end groups can be either an amino group or an 
anhydride group or a combination thereof depending on the exact molecular 
conq>osition of the starting reagents as well as tfie course of a random condensation 

20 polymerization. 

If a diamine of formula (HI) is used in slight excess from about 1 to 10 mole 
percent relative to a dianhydride of formulas (I or n or X), dien tfie resulting 
polyimides will predominately be amino terminated, and die end groups of the polymer 
will be unreacted amino groups. On the odier hand, if dianhydrides of formulas (I or 

25 n or X) are used in slight excess from about 1 to 10 mole percent relative to a 

diamine of formula (HI), then the resulting polyimides will predominately be anhydride 
teraiinated, and the end groups of the polymer will be unreacted anhydride groups. 
However, circumstances could arise wherein die polyimides would be terminated by 
one amino group and one anhydride or acid group. In an analogous fashion, 

30 copolyimides of the present invention can be terminated with anhydride groups, amino 
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groups or some mixture thereof, depending on the exact polymerization conditions and 
molar ratios of the reacting diamines and dianhydrides. 

In certain cases, a terminating agent can be employed to force the termination 
of a growing polytmide or copolyimide. These agents are often used to control the 
5 molecular weight of the polymer by reducing the ultimate length of the polymer chains 
and/or to impart desired functionality to the end of the poljmier chain. These agents 
can be either simple anhydrides or simple amines or reactants reactive therewith. 
Because these agents are preferably mono-functional, they will cause the growing 
polymer chain to be capped with the particular agents employed. Anhydrides which 
10 are useful as capping agents are selected from the representative and illustrative group 
consisting of aromatic anhydrides such as phthalic anhydride. Amines which are 
useful as capping agents are selected from tfie representative and illustrative group 
consisting of aromatic amines such as aniline, methyl anilines, dimethyl anilines or 
naphdiylamines. 

IS Rqpresentative and illustrative examples of these useful anhydrides in the 

invention are pyromelletic dianhydride, 3,6-diphenylpyromellitic dianhydride, 
3,6-bis(trifluoromethyl)pyromellitic dianhydride, 3,6-bis(methyl)pyromellitic 
dianhydride, 3,6-diidopyromellitic dianhydride, 3,6-dibromopyromeIlitic dianhydride, 
3,6-dichloropyromelIitic dianhydride, 3,3',4,4'-benzophenonetetracari)oxylic acid 

20 dianhydride, 2,3,3',4'-ben2ophenonetetracarboxylic acid dianhydride; 
2^'3,3'-benzophenone tetracarboxylic acid dianhydride, 

33',4,4'-biphenyltetTacarboxylic acid dianhydride, bis(2,3-dicarboxyphenyl)methane 
dianhydride, bis(2,5,6-trifluoro-3,4-dicarboxyphenyl)metfiane dianhydride, 
2,2-bis(3,4-dicaiboxyphenyl)propane dianhydride, 

25 2;2-bis(3,4-dicaiboxyphenyl)-l,l,1333-bexafluoropropane dianhydride, 
bis(3,4-dicarboxyphenyl)ether dianhydride (4,4'-oxydiphthalic anhydride), 
bis(3,4-dicaiboxyphenyl)sulfone dianhydride (3,3',4,4'-diphenylsulfonetetracarboxylic 
dianhydride), 4,4'-[4,4'-isopropylidene-di(p-phenyleneoxy)]bis(phthalic anhydride), 
N,N-(3,4-dicarboxyphenyl)-N-methylamine dianhydride, 

30 bis(3,4-dicarboxyphenyl)diethylsilane dianhydride; naphthalene tetracarboxylic acid 
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dianhydrides such as 23»6,7- and 1,2,5,6-naphthalene-tetracarboxylic acid dianhydride, 
2,6-dichloionaphthalene-I,4,S,8-tetracarboxyIic acid dianhydride; or heterocyclic 
aromatic tetracarboxylic acid dianhydrides such as thiophene-23f4,5-tetracarboxylic 
acid dianhydride, pyrazine-23>5,6-tetracarboxylic acid dianhydride and 
S pyridine-23»3,6-tetracarboxylic acid dianhydride. 

Especially preferred dianhydrides would include 2,2 '-substituted dianhydrides 
such as 2,2'-dibromo-4,4',5,5'-biphenyl tetracarboxylic dianhydride, 2,2'-dichloro- 
4,4\5,5'-biphenyl tetracarboxylic dianhydride, and the 2,2'-trihalo substituted 
dianhydrides, particularly 2,2'-bis(trifIuoromeihyl)-4,4 '-5,5 '-biphenyltetracarboxylic 
10 dianhydride. 

And in general, diamines are selected from the representative and illustrative 
group consisting of henzcnc diamines such as o-, m- and p-phenylenediamine, 
2,4-diaminotoluene, 1 ,4-diamino-2-metfaoxybenzene, l,4-diam]no-2-phenylbenzene and 

1.3- diamino-4-chlorobenzene. Other useful polyaromatic diamines in the invention 
15 would include 4,4'-diaminobiphenyl, 4,4'-diaminodiphenylmethane, 

2,2-bis(4-aminophenyI)propane, 2,2-bis(4-aminophenyl)- 1 , 1 , 1 ,3 3 ,3-hexafluoropropane, 
4,4'-diaminodiphenyl ether, 3,4'-diaminodiphenyl ether, l,3-bis(3- 
aminophenoxy)benzene, 1 3*bis(4-aminophenoxy)benzene, 

1 .4- bis(4-aminophenoxy)benzene, 4,4 '-bis(4-aminophenoxy)biphenyl, 

20 4,4 '-bis(3-aminophenoxy)biphenyl, 2,2-bis[4-(4-aminophenoxy)phenyl]propane, 
2,2-bis[4-(4-anmnophenoxy)phenyl]-l ^ 1 ,1 ,33>3-hexafluoropropane, 
4,4'-diaminodiphenyl tiiioetfaer, 4,4'-diaminodiphenyl sulfone, 
2,2'-diaminobenzophenone, and 3,3'-diaminobenzophenone; naphthalene diamines 
such as 1,8- and 1,5-diminonaphtiialene; or heterocyclic aromatic diamines such as 

25 2,6-diaminopyridine, 2,4-diaminopyrimidine, and 2,4-diamino-s-triazine. 
Especially useful are diamines of general formula (DC), 



30 
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and wherein p and q are 1, and A is preferably selected from the group consisting of 
CH3, CF3, halogen, CN, and esters wherein the carboalkoxy group is as defined 
previously and n is at least 1 . An exemplary list of non-limiting examples would 
10 include 2,2'-bis(trifluoromethyl)-4»4 '-diaminobiphenyl, 

2,2'-dibromo-4,4 '-diaminobiphenyl, 2,2'-dicyano-4,4 '-diaminobiphenyl, 
2,2'-dichloro-6,6 '-dimethyl-4,4 '-diaminobiphenyl, 

2,2'-dimethyl-4,4 '-diaminobiphenyl, 33'-diniethyl-4,4 '-diaminobiphenyl, 
2,2'-dicaifooalkoxy-4,4 '-diaminobiphenyl and 
1 5 2,2'-dicarboalkoxy-6,6 '-dimethyl-4,4 '-diaminobiphenyl. 

Examples 

The invention will be better understood by reference to the following 
illustrative and non-limiting representative examples which show the preparation of 
polyimides and copolyimides which are soluble in organic solvents. 
20 One-Step Procedure for Homopotyimides 

Example 1 

This example illustrates die preparation of a homopolyimide of 
3,3',4,4'-benzophenonetetracarboxylic dianhydride (BTDA) and 
2,2'-bis(trifluoromefliylH,4 '-diaminobiphenyl (TFMB). 

25 0.93 millimoles of BTDA was added to a stirred solution of 0.93 millimoles of 

TFMB in 5.4 grams of m-cresol (solids content 10% weight per weight of solvCTt) 
containing 0.06 grams of isoquinoline (optional) under Nj at ambient temperature. 
After the solution was stirred for 3 hours, it was heated to near 200°C and maintained 
at tfiat temperature for 3 hours. During this time, the water of imidization was allowed 

30 to distill from the reaction mixture. After the solution was allowed to cool to ambient 
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temperature, it was diluted with 1 0 ml of m-cresol and then slowly added to 1 liter of 
vigorously stirred 95% ethanol. The polymer that precipitated was collected by 
filtration, washed with ethanol, and dried under reduced pressure at 150X for 24 
hours. 

5 Polymer properties: [t|] (where [ti] is the intrinsic viscosity) at 30.rC in m- 

cresol = 1.62 dl/g; 7^= N/A; T(-5%)/air = 550"C; T(-5%)/N2 = 560^C; and soluble in 
m-cresol, />-chIorophenol. 

Example 2 

This example illustrates the preparation of a homopolyimide of 

10 4,4'K>xydiphthalic anhydride (ODPA) and 

2,2'-bis(trifluoromethyl>4»4 '-diaminobiphenyl (TFMB). 

1.09 millimoles of ODPA was added to a stirred solution of 1.09 millimoles of 
TFMB in 6.21 grams of m-cresol (solids content 10% weight per weight of solvent) 
containing 0.06 grams of isoquinoline (optional) under at ambient temperature. 

15 After the solution was stirred for 3 hours, it was heated to near 200^C and maintained 
at diat temperature for 3 hours. During this time, the water of imidization was allowed 
to distill from the reaction mixture. After tiie solution was allowed to cool to ambient 
temperature, it was diluted witfi 10 ml of m-cresol and then slowly added to 1 liter of 
Vigorously stirred 95% ethanol. The polymer diat precipitated was collected by 

20 filtration, washed with ethanol, and dried under reduced pressure at 150*'C for 24 
hours. 

Polymer properties: [t)] at 30.rC in m-cresol = 1.1 dl/g; Tg=275X; T(-5%)/air 
= 570*^0; T(-5%)/N2 = 580^C; and soluble in m-cresol, /?-chlorophenol, NMP, and sym- 
tetrachloroethane. 
25 Example 3 

This example illustrates the preparation of a homopolyimide of 
33',4,4'-<iiphenyIsulfonetetracarboxylic dianhydride (DSDA) and 
2,2'-bis(trifluoromethyl)-4»4 '-diaminobiphenyl (TFMB). 

0.93 millimoles of DSDA was added to a stirred solution of 0.93 millimoles of 
30 TFMB in 5.72 grams of m-cresol (solids content 10% weight per weight of solvent) 
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containing 0.06 grams of isoquinoline (optional) under Nj at ambient temperature. 
After the solution was stirred for 3 hours, it was heated to near 200X and maintained 
at that temperature for 3 hours. During this time, the water of imidization was allowed 
to distill from the reaction mixture. After the solution was allowed to cool to ambient 
5 temperature, it was diluted with 10 ml of /w-cresol and then slowly added to 1 liter of 
vigorously stirred 95% ethanol. The polymer that precipitated was collected by 
filtration, washed with ethanol, and dried under reduced pressure at 150X for 24 
hours. 

Polymer properties: [t|] at 30. rC in m-cresol = 1.0 dl/g; Tg=320"C; T(-5%)/air 
10 = 540*C; T{-5%)/N2 = STC; UV data - transparency on set = 375nm and maxtnnmi 
transparoicy = 8S%; and soluble in m-cresol and p-chlorophenol. 

Example 4 

This example illustrates the preparation of a homopolyiraide of 
3,3',4,4'-biphenyltetracarboxylic dianhydride (BPDA) and 

15 2,2'-bis(trifluoromethyl>4»4 '^aminobiphenyl (TFMB). 

1.25 millimoles of BTDA was added to a stirred solution of 1.25 millimoles of 
TFMB in 6.9 grams of m-cresol (solids content 10% weight per weight of solvent) 
containing 0.08 grams of isoquinoline (optional) under Nj at ambient temperature. 
After tfie solution was stirred for 3 hours, it was heated to near 200*C and maintained 

20 at fliat temperature for 3 hours. During tiiis time, the water of imidization was allowed 
to distill ftom the reaction mixture. After the solution was allowed to cool to ambient 
teiiq>erature, it was diluted wifli 10 ml of m-cresol and tfien slowly added to 1 liter of 
vigorously stirred 95% ethanol. The polymer that precipitated was collected by 
filtration, washed with ethanol, and dried under reduced pressure at ISO^C for 24 

25 hours. 

Polymer properties: [t]] at 30.rC in m-cresol = 4.9 dl/g; T(-5%)/air = 600^C; 
T(.5%)/N2 = 600*^0; UV data - transparency onset = 390 nm and maximum 
transparency = 84%; and soluble in m-cresol and p-chlorophenol. 
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Example 5 

This example illustrates the preparation of a homopolyimide of 
2,2'-bis(3,4-dicarboxylphenyl)-l,l,l,33,3-hexafluoropropane dianhydride (6FDA) and 
2,2'-bis(trifluoromethyl>4»4 '-diaminobiphenyl (TFMB). 

5 4.68 millimoles of 6FDA was added to a stirred solution of 4.68 millimoles of 

TFMB in 32.2 grams of m-cresol (solids content 10% weight per weight of solvent) 
containing 0.2 grams of isoquinoline (optional) under at ambient temperature. After 
the sohition was stirred for 3 hours» it was heated to near 200"C and maintained at Aat 
temperature for 3 hours. During this time, the water of imidization was allowed to 

10 distill from tfie reaction mixture. After the solution was allowed to cool to ambient 
temperature, it was diluted with 10 ml of m-cresol and then slowly added to 1 liter of 
vigorously stirred 95% ethanol. The polymer that precipitated was collected by 
filtration, washed with ethanol, and dried under reduced pressure at \5(fC for 24 
hours. 

15 Polymer properties: [n] at 30.rC iniw-cresol = 1.42 dl/g; Tg=320X; 

T(-5%)/air = 530^C; T(-5%)/N2 = 540X; UV data - transparency onset = 350 ran and 
maxmmm transparency = 90%; and soluble in acetone, pentanone, THE, m-cresol, and 
/?-chlorophCToL 

Example 6 

20 This example illustrates the preparation of a homopolyimide of 

2,2'-bis(3,4-dicarboxyphenyl)-l,l,l,333-hexafluoropropane dianhydride (6FDA) and 
4,4-diamino-2,2 '-dichloro-6,6 '-dimethylbiphenyl (DCM). 

4.68 millimoles of 6FDA was added to a stirred solution of 4.68 millimoles of 
DCM in 33.9 grams of iw-cresol (solids content 10% weight per weight of solvent) 

25 containing 0.2 grams of isoquinoline under at ambient temperature. After the 
solution was stirred for 3 hours, it was heated to near 200'*C and maintained at that 
temperature for 4 hours. Ehmng tfiis time, the water of imidization was allowed to 
distill from the reaction mixture. After the solution was allowed to cool to ambient 
temperature, it was diluted with 30 ml of N-methylpyrrolidinone (NMP) and slowly 

30 added to 1 liter of vigorously stirred 95% ethanol. The polymer that precipitated was 
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collected by filtration, washed with ethanol, and dried under reduced pressure at 150°C 
for 24 hours. 

Polymer properties: [ti] at 30.rC in iw-cresol = 1.10 dl/g; Tg = SlCC; 
T(-5%)/air = 466°C; T(-5%)/N2 = SWC; UV-Vis data - transparency cut-off = 378 
5 nm, maximum transparency = 92%; and soluble in acetone, THF, cyclohexanone, 
chloroform, DMF, NMP, DMAc, and m-cresol. 

Example 7 

This example ilhistrates tfie prqiaration of a homopolyimide of 
3.3',4,4'-biphenyltetracari>oxylic dianhydride (BPDA) and 

10 4,4'-diamino-2,2'-dichIoro-6,6'-dimethylbiphenyl (DCM). 

4.68 milliinoles of BPDA was added to a stirred solution of 4.68 millimoles of 
DCM in 29 grains of w-cresol (solids content 10% weight per weight of solvent) 
containing 0.2 grams of isoquinoline under Nj at ambient temperature. After die 
solution was stirred for 3 hours, it was heated to near 200"'C and maintained at that 

15 temperature for 3 hours. During this time, die water of imidization was allowed to 
distill from the reaction mixture. After the solution was allowed to cool to 120'*C, it 
was diluted with 30 ml of w-cicsol and slowly added to 1 liter of vigorously stirred 
95% ethanol. The polymer tfiat precipitated was collected by filtration, washed witii 
edianol, and dried under reduced pressure at ISO'C for 24 hours. 

20 Polymra: properties: [tj] at 30.1°C in m-cresol = 5.39 dl/g; Tg = 342°C; 

T(-5%yair = 465"C; T(-5%yN2 = 516°C; UV-Vis data - transparency cut-off =* 374 
nm, maximum transparency = 83%; and soluble in m-cresol. 

Example 8 

This example illustrates the preparation of a homopolyimide of 
25 4,4'-oxydiphthaIic anhydride (ODPA) and 

4,4'-diamino-2,2 '-dichloro-6,6 '-dimethylbiphenyl G^CM). 

4.68 millimoles of ODPA was added to a stinred solution of 4.68 millimoles of 
DCM in 28 grams of m-cresol (solids content 10% weight per weight of solvent) 
containing 0.2 grams of isoquinoline under Nj at ambient temperature. After the 
30 solution was stirred for 4 hours, it was heated to near 200°C and maintained at Aat 
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temperature for 4 hours. During this time, the water of imidization was allowed to 
distill from the reaction mixture. After the solution was allowed to cool to ambient 
temperature, it was diluted with 30 ml of NMP and slowly added to 1 liter of 
vigorously stirred 95% ethanoL The polymer that precipitated was collected by 
5 filtration, washed with ethanol, and dried under reduced pressure at 150°C for 24 
hours. 

Polymer properties: [t|] at 30.rC in m-cresol = 3.45 dl/g; = 33rC; 
T(-5%)/air = 448^C; T(-5%)/N2 = UV-Vis data - transparency cut-off = 380 

nm, maximum transparency = 88%; and soluble in chloroform, DMF, NMP, DMAc, 
10 and m-cresol. 

Example 9 

This example illustrates the preparation of a homopolyimide of 
3,3',4,4'-ben2ophenonetetracarboxylic dianhydride (BTDA) and 
4,4'-diamino-2,2 '-dichlon>6,6 '-dimethylbiphenyl (DCM). 

15 4.68 millimoles of BTDA was added to a stirred solution of 4.68 millimoles of 

DCM in 28 grams of m-cresol (solids content 10% weight per weight of solvent) 
containing 0.2 grams of isoquinoline under at ambient temperature. After tfie 
solution was stirred for 3 hours, it was heated to near 200X and maintained at that 
temperature for 3 hours. During diis time, the water of imidization was allowed to 

20 distill fifom the reaction mixture. After the solution was allowed to cool to 120*'C, it 
was diluted with 30 ml of w-cresol and slowly added to 1 liter of vigorously stirred 
95% etfaanol. The polymer that precipitated was collected by filtration, washed with 
ethanol, and dried under reduced pressure at 150**C for 24 hours. 

Polymer properties: [ti] at 30.rC in w-cresol = 4.00 dl/g; T^ = 289X; 

25 T(-5%)/air = 464X; T(.5%)/N2 = 477°C; UV-Vis data - transparency cut-off = 378 
nm, maximum transparency = 85%; and soluble in chloroform, DMF, NMP, DMAc, 
and /n-creisol. 
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Example 10 

This example illustrates the preparation of a homopolyimide of 
2,2'-bis(3,4-<iicarboxylphenyl)-l,l,l,33,3-hexafluoropropane dianhydride (6FDA) and 
4,4'-dianiino-2,2 '^icarbobutoxy-6,6 '^imethylbiphenyl (DABMB). 

5 4.68 millimoles of 6FDA was added to a stirred solution of 4.68 millimoles of 

DABMB in 39 grams of m-cresol (solids content 10% by weight per weight of 
solvent) containing 0.2 grams of isoquinoline under Nj at ambient temperature. After 
the solution was stirred for 3 hours, it was heated to near 2O0''C and maintained at that 
temperature for 3 hours. During fliis time, the water of imidization was allowed to 

10 distill fiom the reaction mixture. After the solution was allowed to cool to ambient 
temperature, it was diluted with 30 ml of NMP and slowly added to 1 liter of 
vigorously sthred 95% ethanol. The polymer that precipitated was collected by 
filtration, washed wMi eAanol, and dried under reduced pressure at 150°C for 24 
hours. 

15 Polymer properties: [tj] at 30.VC in w-cresol = 0.65 dl/g; Tg = 223°C; 

T(-5%)/N2 = 350''C; and soluble in acetone, cyclohexanone, THF, chloroform, DMF, 
NMP, DMAc, and m-cresol. 

Example 11 

This exaiiq)le illustrates the preparation of a homopoljrimide of 
20 33%4,4'-biph«iyltetracaiboxylic anhydride (BPDA) and 

4,4'-diamino-2,2'-dicaibobutoxy-6,6'-dimethyIbiphenyl (DABMB). 

4.68 millimoles of BPDA was added to a stirred solution of 4.68 nuUimoles of 
DABMB in 33 grams of w-cresol (solids content 10% by weight per weight of 
solvent) containing 0.2 grams of isoqumoline under at ambient temperature. After 
25 Ae solution was stirred for 3 hours, it was heated to near 200'*C and maintained at that 
temperature for 3 hours. During this time, the water of imidization was allowed to 
distill from flie reaction mixture. After the solution was allowed to cool to ambient 
temperature, it was diluted with 30 ml of NMP and slowly added to 1 liter of 
vigorously stirred 95% ethanol. The polymer that precipitated was collected by 
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filtration, washed with ethanol, and dried under reduced pressure at 150X for 24 
hours. 

Polymer properties: [r\] at 30. TC in m-cresol = 4.25 dl/g; = 215*C; 
T{-5%)/N2 = 338**C; and soluble in THF, chloroform, NMP, DMAc, and m-cresol. 
5 Example 12 

This example illustrates the preparation of a homopol)amide of 
33\4^4'-benzophenonetetracarboxylic anhydride (BPDA) and 
4,4'^iamino-2^'-dicarbobutoxy-6,6'.dimethyIbiphenyl (DABMB). 

4.68 millimoles of BTDA was added to a stirred solution of 4.68 millimoles of 
10 DABMB in 35 grams of m-cresol (solids content 10% by weight per weight of 

solvent) containing 0.2 grams of isoquinoline under N2 at ambient temperature. After 
the solution was stirred for 3 hours, it was heated to near 200**C and maintained at that 
temperature for 3 hours. During this time, the water of imidization was allowed to 
distill from the reaction nMxture. After the solution was allowed to cool to ambient 
15 temperature, it was diluted with 30 ml of NMP and slowly added to 1 liter of 
vigorously stirred 95% ethanol. The polymer tiiat precipitated was collected by 
filtration, washed with ethanoU and dried under reduced pressure at ISO^'C for 24 
hours. 

Polymer properties: [tj) at 30.rC in m-cresol = 1.37 dVg; = 203'^C; 
20 T(.5%)/N2 = 360**C; and soluble in THF, chloroform, NMP. DMAc, and m-cresol. 

Example 13 

This example illustrates the preparation of a homopolyimide of 
4,4'-oxydiphthalic anhydride (ODPA) and 

4,4'-diamino-2,2 '-dicarbobutoxy-6,6'-dimethylbiphenyl (DABMB). 

25 4.68 millimoles of BPDA was added to a stirred solution of 4.68 millimoles of 

DABMB in 35 grams of m-cresol (solids content 10% by weight per weight of 
solvit) containing 0.2 grams of isoquinoline under at ambient temperature. After 
the sohition was stirred for 3 hours, it was heated to near 200X and maintained at diat 
temperature for 3 hours. During this time, the water of imidization was allowed to 

30 distill from the reaction mixture. After the solution was allowed to cool to ambient 
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temperature, it was diluted with 30 ml of NMP and slowly added to 1 liter of 
vigorously stirred 95% ethanol. The polymer that precipitated was collected by 
filtration, washed witfi ethanol, and dried under reduced pressure at 150°C for 24 
hours. 

5 Polymer properties: at 30.rC in m-cresol = 1.85 dl/g; = 19rC; 

T(-5%)/N2 = 336'*C; and soluble in THF, chloroform, NMP, DMAc, and /n-cresol. 

Example 14 

This example illustrates die preparation of a homopolyimide of 
2,2'-bis(3,4Klicarboxylphenyl)-l,l,l,33.3-hexafluoropropane dianhydride (6FDA) and 

10 4,4'-diamino-2,2'-dicarbododecaoxy-6,6'-dimethylbiphenyl (DABDB). 

4.68 millimoles of 6FDA was added to a stirred solution of 4.68 milUmoles of 
DABDB in 50 grams of m-cresol (solids content 10% by weight per weight of solvent) 
containing 0.2 grams of isoquinoline under Nj at ambient temperature. After the 
solution was stirred for 3 hours, it was heated to near 200"C and maintained at that 

15 temperature for 3 hours. During this time, the water of imidization was allowed to 
distill from the reaction mixture. After the solution was allowed to cool to ambient 
tempoature, it was diluted with 30 ml of NMP and slowly added to 1 liter of 
vigorously stirred 95% edianol. The polymer that precipitated was collected by 
filtration, washed with ethanol, and dried under reduced pressure at 150°C for 24 

20 hours. 

Polymer properties: [n) at SO.l'C in m-crcsol = 0.43 dl/g; T, = lOVC; and 
sohible in acetone, cyclohexanone, THF, chloroform, DMF, NMP, DMAc, and m- 
cresol. 

Example 15 

25 This example illustrates the preparation of a homopolyimide of 

2,2'-bis(3,4-dicarboxylphenyl)-l,l,l,3,3,3-hexafluoropropane dianhydride (6FDA) and 
. 4,4'-diamino-2,2'-dicarbopentadecaoxy-6,6'-dimethylbiphenyl (DABPB). 

4.68 millimoles of 6FDA was added to a stirred solution of 4.68 millimoles of 
DABPB in 52 grams of w-cresol (solids content 10% by weight per weight of solvent) 
30 containing 0.2 grams of isoquinoline under Nj at ambient temperature. After d»e 
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solution was stirred for 3 hours, it was heated to near 200''C and maintained at that 
ten^eiature for 3 hours. During this time, the water of imidization was allowed to 
distill fiom the reaction mixture. After the solution was allowed to cool to ambient 
temperature, it was diluted with 30 ml of NMP and slowly added to 1 liter of 
5 vigorously stirred 95% ethanol. The polymer that precipitated was collected by 
filtration, washed with ethanol, and dried under reduced pressure at 150°C for 24 
hours. 

Polymer properties: [tj] at 30. rC in m-cresol = 0.43 dl/g; T, = lOOX; and 
soluble in acetone, cyclohexanone, THF, chloroform, DMF, NMP, DMAc, and m- 
10 cresol. 

Example 16 

This example illustrates the preparation of a homopolyimide of 
2,2'-bis(3,4-dicarboxylphenyl)-l,l,l,3,3,3-hexafluoropropane dianhydride (6FDA) and 
4.4'-diamino-2,2 '-dicarbooctadecaoxy-6,6 '-dimethylbiphenyl (DABOB). 

15 4.68 millimoles of 6FDA was added to a stirred solution of 4.68 millimoles of 

DABOB in 54 grams of m-cresol (solids content 10% by weight per weight of solvent) 
containing 0.2 grams of isoqumoline under Nj at ambient temperature. After the 
sohition was stirred for 3 hours, it was heated to near 200°C and maintained at that 
teinpaature for 3 hours. Durmg this time, the water of imidization was allowed to 

20 distill fiom the reaction mixture. After the solution was allowed to cool to ambient 
temperature, it was diluted wifli 30 ml of NMP and slowly added to 1 liter of 
vigorously stirred 95% ethanol. The polymer that precipitated was collected by 
filtration, washed with ethanol, and dried under reduced pressure at 150''C for 24 
hours. 

25 Polymer properties: at 30. rC in m-cresol = 0.43 dl/g; T^ = 95°C; and 

sohible in acetone, cyclohexanone, THF, chloroform, DMF, NMP. DMAc, and m- 
cresol. 
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Two-Step Procedure for Homopotyimides 
Example 17 

This example illustrates the preparation of a homopolyimide of 
3,3',4,4'-benzophenonetetracarboxylic acid dianhydride (BTDA) and 
5 2,2'-bis(trifluoromethyl>4,4 '-diaminobiphenyl (TFMB). 

1 .55 millimoles of BTDA added to a stirred solution of 1 .55 millimoles of 
TFMB in 9.0 grams of NMP (solids content 10% weight per weight of solvent) under 

at ambient temperature. After the solution was stirred for 24 hours, 3.41 millimoles 
of pyridine and 3.41 millimoles of acetic anhydride were added. After the solution 
10 was stirred for 24 hours, it was diluted with 8 ml of NMP and then added to 1 liter of 
vigorously stirred 95% ethanoL The polyimide was collected by filtration, washed 
with ethanol, and dien dried at 150X under reduced pressure for 24 hours. 

Polymer properties: [t|] at 30.rC m m-cresol= 0.84 dl/g of the intermediate 
polyamide-acid; T(.5%)/air = 550X; and T(-5%)/N2 = 560*^0. 
IS Example 18 

This example illustrates the preparation of a homopolyimide of 
4,4'-oxydiphthalic anhydride (ODPA) and 
2,2'-bis(trifluoromethyl>4.4 '-diaminobiphenyl (TFMB). 

1.56 millimoles of ODPA added to a stirred solution of 1.56 millimoles of 

20 TFMB in 5.57 grams of NMP (solids content 15% weight per weight of solvent) under 
at ambient temperature. After the solution was stirred for 24 hours, 2.67 millimoles 
of pyridine and 2.67 millimoles of acetic anhydride were added. After tiie solution 
was stirred for 24 hours, it was diluted with 8 ml of NMP and then added to 1 liter of 
vigorously stirred 95% ethanol. The polyimide was collected by filtration, washed 
25 with ethanol, and tiien dried at ISO'^C under reduced pressure for 24 hours. 

Polymer properties: [ti] at 30. rC in m-cresol = 0.57 dl/g; Tg= 275**C; 
T(.5%)/air = 570X; and T(-5%)/N2 = 580"C. 
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Example 19 

This example illustrates the preparation of a hotnopolyimide of 
3»3'»4»4'-diphenylsuIfonetetracarboxylic acid dianhydride (DSDA) and 
2^'-bis(trifluoromethyl)-4»4 '-diaminobiphenyl (TFMB). 
5 1.S6 millimoles of DSDA added to a stirred solution of 1.S6 millimoles of 

TFMB in 9.53 grams of NMP (solids content 10% weight per weight of solvent) under 
N2 at ambient temperature. After the solution was stirred for 24 hours, 4.7 millimoles 
of pyridine and 4.7 millimoles of acetic anhydride were added. After the solution was 
stirred for 24 hours, it was diluted with 8 ml of NMP and then added to 1 liter of 
10 vigorously stirred 95% ethanol. The poljdmide was collected by filtration, washed 
with ethanol, and then dried at ISO^C under reduced pressure for 24 hours. 

Polymer properties: [ti] at 30.rC in m-cresol = 0.68 dl/g; T^ = 320^*0; 
T(.5%)/air = 540X; and T(.5%)/N2 = 515"C. 

One Step Procedure for Cd-Polyimides 
15 Example 20 

This exanqile ilhistrates the preparation of a co-polyimide based on 3»3'>4>4'- 
benzophenonetetracarboxylic acid dianhydride (BTDA), 

2,2'-bis(trifluoromethyl)-4,4 '-dianoinobiphenyl (TFMB) and 4,4'-diaminodiphenyl 
ether (DDE). 

20 1.86 millimoles of BTDA was added to a stirred solution of 0.93 millimoles of 

TFMB and 0.93 millimoles of DDE in 9.8 g of m-cresol (solids content 10% weight 
per weight of solvent) containing 0.08 grams of isoquinoline (optional) under Nj at 
ambient tenq>erature. After the solution was stirred for 1 hour, it was heated to near 
200''C and maintained at that temp^ture for 3 hours. After die solution was allowed 

25 to cool to ambient temperature, it was diluted with 10 ml of m-cresol and then slowly 
added to 1 liter of vigorously stirred 95% edianol. The copolymer that precipitated 
was collected by filtration, washed with ethanol, and dried under reduced pressure at 
150X for 24 hours. 

Copolymer properties: [t|] at 30. TC in m-cresol = 0.35 dl/g; and soluble in m- 
30 cresol and p-chlorophenol. 
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Example 21 

This example illustrates the preparation of a co-polyimide based on 3,3 ',4,4'- 
biphenyltetracarboxylic dianhydride (BPDA), pyromellitic dianhydride (PMDA) and 
2,2'-bis(trifIuoromethy])-4»4 '-diaminobiphenyl (TFMB). 
5 0.78 millimoles of BPDA was added to a stirred solution of LS6 millimoles of 

TFMB in 8.1 g of m-cresol (solids content 10% weight per weight of solvent) 
containing 0.08 grams of isoquinoline (optional) under N2 at ambient temperature. 
After the solution was stirred for 1 hour, it was heated to near 200''C and maintained 
at that temperature for 3 hours. After cooling to room temperature, 0.78 millimoles of 

10 PMDA was added to the oligomer solution. The mixture was reheated to near 200°C 
and maintained at that temperature for 3 hours. After the solution was allowed to cool 
to ambient temperature, it was diluted with 10 ml of m-cresol and then slowly added to 
1 liter of vigorously stirred 95% etfianoL The copolymer that precipitated was 
collected by filtration, washed with ethanol, and dried under reduced pressure at ISO**C 

IS for 24 hours. 

Copolymer properties: [t|] at 30. rC in m-cresol = 2.30 dl/g; T(-5%)/N2 = 
S40''C; and soluble in /n-cresol and /M^hlorophenoL 

Example 22 

20 This example illustrates the preparation of a co-polyimide based on 

2,2 '-bis(3,4-dicarboxylphenyl)- 1,1,1 ,333-hexafIuoropropane dianhydride (6FDA), 
pyromellitic dianhydride (PMDA) and 2,2'-bis(trifIuoromethy])-4,4 '-diaminobiphenyl 
(TFMB). 

0.78 millimoles of 6FDA was added to a stirred solution of 1.S6 millimoles of 
25 TFMB in 8.1 g of m-cresol (solids content 10% weight per weight of solvent) 

containing 0.08 grams of isoquinoline (optional) under Nj at ambient temperature. 
After the solution was stirred for 1 hour, it was heated to near 200''C and maintained 
at that temperature for 3 hours. After cooling to room temperature, 0.78 millimoles of 
PMDA was added to the oligomer solution. The mixture was reheated to near 200°C 
30 and maintained at that temp^ture for 3 hours. After the solution was allowed to cool 
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to ambient temperature, it was diluted with 10 ml of m-cresol and then slowly added to 
1 liter of vigorously stirred 95% ethanol. The copolymer that precipitated was 
collected by filtration, washed with ethanol, and dried under reduced pressure at 150**C 
for 24 hours. 

S Copolymer properties: soluble in /n-cresol and /i-chlorophenol. 

Example 23 

This exanqile illustrates the preparation of 2,2'-dibromo-4,4 ',5,5'-biphenyl 
tetracaiboxylic dianhydride (DBBPDA). 

33\4,4'.biphenyltetracarboxylic dianhydride (BPDA) (20.00 g, 0.068 mol) 
10 were dissolved in a solution of 10.88 g (0.272 mol) of NaOH in 150 ml of water in a 
three-necked, 500 ml, round-bottomed flask fitted with a magnetic stirring bar, a 
condenser, and an addition funnel. Bromination was carried out in five steps. In the 
first step, 1.50 ml of bromine was slowly added to the solution at 5(fC, After the 
addition was complete, the solution was heated at PO^'C until most of the bromine had 
15 reacted. The mixture was cooled to room temperature and neutralized with an aqueous 
soldram hydroxide sohition to a pH of 7.0. For the second, third, and fourth steps, 
2.00 ml of bromine was used according to the procedure described previously. 2.5 ml 
of bromine was used in the fifth step, and added at 50'*C. The solution was heated to 
90X and maintained at that temperature overnight After tfie mixture was cooled to 
20 room temperature, the precipitate was collected and acidified with concentrated HCl to 
a pH = 2.0. The white precipitate was collected, dried and heated overnight at 200''C 
under vacuum. The material was sublimed at 240*'C and recrystallized fiom a mixture 
of toluene and dioxane by boiling in toluene and adding dioxane to clearness to obtain 
6.08 g (20%) of DBBPDA. 

Product properties: mp = 249-25rC; *H-NMR (DMSO-d^) 5 8.15 (s, 2H, 
aromatic), 8.64 ppm (S, 2H, aromatic); IR (KBr) 1841, 1779 (anhydride), and 597 cm ' 
(C-Br); Calculated C^^Yl^Bxfi^: C-42.51%, H.0.89%; Analyzed C^2.04%, H-0.96%. 

Example 24 

This example illustrates the preparation of 4-trifluoromethyl-5*nitro-l,2- 
dtmethylbenzene. 
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A mixture of 50.00 g (0.18 mol) of 4-iodo5-nitrol,2-dimethylbenzene, 98.00 g 
(0.72 mol) of sodium trifluoroacetate, 75.00 g (0.39 mol) of Cul, 400 ml of DMF, and 
80 ml of toluene were added to a three-necked, 1 liter, round-bottomed flask fitted 
with a nitrogen inlet pipet, a Dean-Stark trap, and a mechanical stirrer. The mixture 
5 was heated to ISO^'C under nitrogen. After 75 ml of toluene was removed from the 
Dean-Stark trap, the temperature of the oil batfi was then increased to llO^C and kept 
at this temperature for 6 hr. After die mixture cooled to room temperature, it was 
poured into an excess of water and the precipitate collected and extracted with etfier. 
After the solvent was removed, 35 g of cmde dark brown liquid was obtained and 
10 directly used for the next reduction step without further purification. 

Product properties: *H-NMR (CDCU 5 7.66 (s, IH, aromatic), 7.53 (s, IH, 
aromatic), 2.36 ppm (s, 6H. CH,); IR (neat) 1522, 1347 (NO^), 1151 and 1136 cm ' 
(CF3); Calculated C^HgFjNO^: €-4932%, H-3.68%; Analyzed C-49.60%, H-3.82%. 

IS Example 25 

This example illustrates die preparation of 4-trifluorometfiyI-5-amino-l^- 
dimethylbenzene. 

A mixture of 35.0 g of cmde 4-trifIuoromethyl-5-nitro-l,2-dimefhylbenzene, 

4.50 g of activated carbon, 0.20 g of FeClj «>6H20, and 100 ml of methanol was heated 
20 at reflux for 15 min. Hydrazine monohydrate (11.7 ml, 12.07 g, 24 mmol) was then 

added dropwise over 1 hr. The mixture was kept at reflux overnight. After the 

mixture cooled to room temperature, the carbon black was removed by filtration. 

After die solvent was removed, the dark brown liquid was distilled under vacuum to 

give the named compound. 
25 Product properties: *H-NMR (CDCI3) 5 7.14 (s, IH, aromatic), 6.53 (s, IH, 

aromatic), 3.69 (s, 2H, NH^), 2.17 (s, 3H, CH3), 2,12 ppm (s, 3H, CH3); IR (neat) 

3502, 3407 (NH^), 1277, 1154, 1124 and 1109 cm ' (CF3). 

Example 26 

This example illustrates the preparation of 4-trifluoromethyl-5-iodo-l ,2- 
30 dimethylbenzene. 



wo 94/24191 



PCT/US94/04445 



31 

4-trifluoromethyl-5-amino-l,2-diTnethylben2ene (34.02 g, 0.18 mol) was 
dissolved in a warm mixture of 100 ml of concentrated HCl and 100 ml of water. 
After the solution was cooled to OX, a cooled solution of 12.74 g (0.18 mol) of 
sodium nitrite in 30 ml of water was added dropwise so that the solution remained 
S below lOX. The insoluble material was removed by filtration to give a clear 

diazonium salt solution which was then added dropwise to a solution of 40.00 g (0.24 
mol) of potassium iodide in 400 ml of water at lO'^C. The mixture was stirred for 30 
min. and then warmed to room temperature. The precipitate was collected and 
recrystallized from ethanol/water by dissolving in ethanol and adding water to 
10 cloudiness to obtain the product in 70% yield, with a melting point of 51-53*'C. 

Product properties: 'H-NMR (CDCI3) 8 7.75 (s. IH. aromatic), 7.36 (s, IH, 
aromatic), 2.23 ppm (s, 6H, CH3); IR (KBr) 1298, 1151, 1121 and 1106 cm ' (CF3); 
Calculated CpH^F,!: C-36.03%, H.2.69%; Analyzed 35.98%. H.2.72%. 

Example 27 

15 This exanq>le illustrates the preparation of 2,2'-bis(trifluoro>4,4 ',5,5'- 

tetramethylbiphenyl. 

A mixture of 30.00 g (0.10 mol) of 4-trifluoromethyl-5-iodo-l,2- 

dimethylbenzene, 25.00 g of activated copper, and 85 nil of DMF was heated at reflux 

for 36 hrs. After cooling to room temperature, the mixture was filtered to remove 
20 copper. The filtrate was poured into an excess amount of water and the precipitate 

collected and recrystallized firom ethanol in 73% yield with a melting point of 1 14- 

116X. 

Product properties: ^H-NMR (CDCI3) 5 7.00 (s, 2H, aromatic), 7.45 (s, 2H, 
aromatic), 2,33 (s, 6H, CHj), 2.29 ppm (s, 6H, CH3); IR (KBr) 1258, 1164, 1146 and 
25 1131 cm'* (CF3); Calculated C^gHj^^: 0-62.43%, H-4.66%; Analyzed C-62.53%, H- 
4.74%. 

Example 28 

This example illustrates the preparation of 2,2'-bis(trifluoro)-4,4 ',5,5'- 
biphenyltetracarboxylic dianhydride (TFBPDA). 
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A solution of 6.92 g (0.02 mol) of 2,2'-bis(trifluoro)-4t4 ',5,5'- 
tetramethylbiphenyl, 240 ml of pyridine, and 40 ml of water were added to a three- 
necked, 500 ml, round-bottomed flask fitted with a mechanical stirrer and a condenser. 
The solution was heated to 90''C. Potassium permanganate (28.44 g, 0.180 mol) was 
5 added in several portions. Each portion was added after no purple color was observed 
in the solution. After the mixture was stirred at 90°C for 6 hr., the hot mixture was 
then filtered to remove MnO,. The MnO, was washed with hot water several times. 
The solvents of the combined filtrate were removed under reduced pressure to give a 
white residue which was dissolved in a solution of 8.00 g of NaOH in 200 ml of 

10 water. Potassiiun permanganate (13.60 g, 0.086 mol) was added to the solution at 
QO^'C. After the mixture was refluxed for 8 hrs, the excess potassium permanganate 
was destroyed by adding ethanol to the mixture. The MnOj was removed from the hot 
mixture by filtration and washed with hot water. The combined filtrate was 
concentrated to 80 ml and acidified to pH = 2.0 with concentrated HCL The white 

15 precipitate was collected and dried to give 

2,2'-bis(trifluoro)-4,4 %S,5 '-biphenyltetracarboxylic acid which was then heated to 
200''C in a flask undo* vacuum overnight and finally sublimed at 240''C to give a white 
powder. 

Product properties: mp = 209-2 ITC (toluene), *H-NMR (acetone -d^) 5 8.66 
20 (s, 2H, aromatic), 8.29 ppm (s, 2H, aromatic); IR (KBr) 1860, 1797 (anhyride), 1251, 
1171, 1146 and 1126 cm * (CF3); Calculated C^^HJ^fis C-50.25%, H.0.94%; Analyzed 
C.49.93%, H-0.91%. 

Example 29 

This example illustrates the preparation of 
25 tetra(/i-butyl)2,2 '-dibromo-4,4 ',5,5 '-biphenyltetracarboxylate. 
A mixture of 13.81 g (0,03 mol) of 
2,2'-dibromo-4,4',5,5'-biphenyltetracarboxylic dianhydride, 80 ml. of n-butanol, 70 
ml. of toluene, 1.5 ml. of concentrated H2SO4 were added into a on-necked, 300ml. 
round-bottomed flask fitted with a Dean-Start trap. The mixture was heated at reflux 
30 conditions overnight. After the solution was cooled, washed with water, and separated 
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from the water, the solvents were removed to give 21.70g (99%) of a colorless, 
viscous liquid. 

Product properties: IR(neat) 1731 (C=0) and 1285 cm * (C-O); ^H-NMR 
(CDCI3) 5 7.96 (s, 2H, aromatic) 7.56 (s, 2H, aromatic). 4.35^.24 (m, 8H. -COO-CH,- 
5 CH2-CH2-CH3), 1.75-1.64 (m, 8H, -COO-CH,-CH,-CH,-CHa 1.50-1.35 (m, 8H, - 
COO-CHj-CHrCiL-CHj), and 0.98 - 0.87 ppm (m, 12H, -COO-CHj-CH^-CH^-CIL). 

Example 30 

To a 100 ml., 3-necked, round-bottomed flask equipped with a nitrogen inlet 
tube, an addition funnel and a condenser, 3.56 g (5.00 nullimoles) of the dibromo 

10 tetraester of Example 7, 40 ml. of toluene, 10 ml of 2M NajCOj (0.02 moles) and 035 
g (0.30 millimoles) of Pd(PPh3)4 were added under nitrogen. The mixture was 
vigorously stirred for 20 minutes under nitrogen, followed by the addition of a solution 
of 1.82 g (15.00 millimoles) of phenylboric acid in 8 ml. of ethanol under nitrogen. 
The mixture was heated to reflux for 24 hours under nitrogen. After tiie mixture was . 

15 cooled to room temperature, 2.5 ml. of 30% H2O2 was carefully added and tiie mixture 
stirred for 1 hr. The mixture was filtered to remove insoluble materials, and tfie 
organic layer of the filtrate separated from the aqueous layer, and washed several times 
with water. The solvents were removed to obtain 3.07 g (87%) of a brown viscous 
liquid. 

20 Product properties: IR(neat) 1726 (C=0), 1288 and 1242 cm ' (C-O); 'H-NMR 

(CDCI3) 5 7.83 (s. 2H, aromatic), 7.46 (s, 2H, aromatic), 2.13 (t, 2H, aromatic), 7.00 
(t, 4H, aromatic), 6.51 (d, 4H, aromatic), 436-4.26 (m, 8H, -COO-QL-CHrCHj-CHa), 
1.76-1.66 (m, 8H, -COO-CH,-CH.-CH,>CHA 1.48-1.34 (m, 8H, -COO-CH.-CH,-CH,- 
CH3), and 0.99-0.89 ppm (m, 12H, -C00-C:M,-CH,-CH,-CH.)- 

25 Example 31 

Preparation of 2,2'-diphenyl-4,4',5,5'-biphenyltetracarboxylic dianhydride. 
The brown liquid of Example 8 was dissolved in 45 ml. of ethanol in a 100 ml. 
flask with 3.40 g of KOH. The solution was heated to reflux for 3 hours. The white 
precipitate was collected by filtration, dissolved in water and acidified witii 

30 concentrated HCl to a pH = 1.0. The white precipitate was collected by filtration and 
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dried at 200**C overnight, followed by sublimation at 270**C under vacuum to obtain 
1 .74 g (90%) of a light yellow powder which was then recrystallized from acetic acid / 
acetic anhydride to give a colorless crystal. 

Product properties: mp = 274-276^*0; IR (KBr) 1842 and 1780 cm * 
5 (anhydride); 'H-NMR (DMSO) 5 834 (s, 2H, aromatic), 7.80 (s, 2H, aromatic). 7.24 
(t, 2H, aromatic), 7.07 (t, 4H, aromatic), and 6.54 ppm (d, 4H, aromatic). 

Analytical composition: calculated for C28H14O5 (7533% - C, 3.16% - H), and 
(74.88%-C, 3.40%-H) found. 

Example 32 

10 This example illustrates the preparation of a homopolyimide of 

2.2'-dibromo-4,4',5,5'-biphenyltetracarboxylic dianhydride (DBBPDA) and 
2,2'-bis(trifluoromethyl)-4,4 '-diaminobiphenyl (TFMB). 

1.70 millimoles of DBBPDA was added to a stirred solution of 1.70 millimoles 
of TFMB in 13.1 g of m-cresol (solid content 10% weight per weight of solvent) 

15 containing 0.07 g of isoquinoline (optional) under N2 at ambient temperature. After 
tfie solution was stirred for 3 hours, it was heated to near 200''C and maintained at that 
temperature for 3 hours. During this time, the water of imidization was allowed to 
distill from the reaction mixture. After the solution was allowed to cool to ambient 
temperature, it was diluted with 10 ml of w-cresol and tfien slowly added to 1 liter of 

20 vigorously stirred 95% ethanol, and dried under reduced pressure at 150^*0 for 24 
hours. 

Polymer properties: [tj] at 30.0**C in NMP = 3.40 dl/g; (TMA) = 330"C; 
CTE = 134 X 10"^ \rc. 

Example 33 

25 This example illustrates the preparation of a homopolyimide of 

2,2'-bis(trifluoromethyl)-4,4 ',5,5'-biphenyltetracarboxylic dianhydride (TFBPDA) and 
2,2'-bis(trifluoromethyl)-4,4 '-diaminobiphenyl (TFMB). 

1.70 millimoles of TFBPDA was added to a stirred solution of 1.70 millimoles 
of TFMB in 12.7 g of /n-cresol (solid content 10% weight per weight of solvent) 

30 containing 0.07 g of isoquinoline (optional) under N2 at ambient temperature. After 
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the solution was stirred for 3 hours, it was heated to near 200*'C and maintained at that 
temperature for 3 hours. During this time, the water of imidization was allowed to 
distill from the reaction mixture. After the solution was allowed to cool to ambient 
temperature, it was diluted widi 10 ml of m-cresol and then slowly added to 1 liter of 
5 vigorously stirred 95% ethanol, and dried under reduced pressure at ISO'^C for 24 
hours. 

Polymer properties: [tj] at 30.0"C in NMP = 4.83 dl/g; (TMA) = 330*C; T(- 
2%)/N2 = 532*'C; CTE = L88 x 10 ^ ITC; UV data - transparency onset • 350 nm and 
maximum* transparency = 90%. 

10 Example 34 

This example illustrates the preparation of a homopoljrimide of 
2,2'-diphenyl-4,4%5,5'-biphenyltetracarboxylic dianhydride (DPBPDA) and 
2,2'-bis(trifluoromethyl)-4,4 '-diaminobiphenyl (TFMB). 

3.00 millimoles of DPBPDA was added to a stirred solution of 3.00 millimoles 

15 of TFMB in 23.0 g of m-cresol (solid content 10% weight per weight of solvent) 
containing 0.07 g of isoqutnoline (optional) under at ambient temperature. After 
the solution was stirred at 50°C for 3 hours, it was heated to near 200**C and 
maintained at that temperature for 3 hours. During this time, the water of imidization 
was allowed to distill ftom the reaction mixture. After the solution was allowed to 

20 cool to ambient temperature, it was diluted with 20 ml of m-cresol and then slowly 

added to 1 liter of vigorously stirred 95% ethanol, and dried under reduced pressure at 
150**C for 24 hours. 

Polymer properties: [t|] at 30.0X in NMP = 1.87 dl/g; T^ (TMA) = 340X; T(. 
5%)/N2 = 543^C; CTE = 1.98 x 10'^ ITC. 
25 Example 35 

This example illustrates the preparation of a copolyimide of 
2,2'-dibromo-4,4',5,5'-biphenyltetracarboxylic dianhydride (DPBPDA) and 
2,2'-bis(trifluoromethyt)-4,4 '-diaminobiphenyl (TFMB) and pyromellitic dianhydride 
(PMDA). 
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1389 g (3.07 millimoles) of DBBPDA was added to a stirred solution of 1.968 
g (6.15 millimoles) of TFMB in 33.6 g of m-cresol (solid content 10% weight per 
weight of solvent) containing O.IS g of isoquinoiine (optional) under at ambient 
temperature. After the solution was stirred for 2 hours, it was heated to near lOff'C 
5 and maintained at that temperature for 3 hours. During this time, the water of 

imidization was allowed to distill from the reaction mixture. After the solution was 
allowed to cool to ambient temperature, 0.278 g (0.614 millimoles) of DBBPDA, 0.536 
g (2.458 millimoles) of PMDA, and 8.10 g of m-cresoI were added to the oligomer 
solution. After the mixture was stirred for 2 hours, it was heated to near 200''C and 

10 maintained at that temperature for 3 hours. During this time, the water of imidization 
was allowed to distill from the reaction mixture. After the solution was allowed to 
cool to ambient temperature, it was diluted with 20 ml of m-cresoI and then slowly 
added to 1 liter of vigorously stirred 95% etfaanol, and dried under reduced pressure at 
150^C for 24 hours. 

15 Polymer properties: [tj] at 30.0**C in NMP = 3.12 dl/g. 

Polyimides based on the above diphenyl dianhydride have been characterized as 
follows in Table I. 
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Discussion 

While numerous examples have been illustrated to show how to make soluble 
polyimides and enable those skilled in the art to practice the invention, it is well 
known that other polyimides, not specifically detailed in the previous examples, can be 
S synthesized by well-known techniques in the art. In general, the principles for 
preparing soluble polyimides are known in the art, as taught in, for example, the 
general compilation of the ''Proceedings of the Symposium on Stmcture-Solubility 
Relationships in Polymers", edited by Harris and Seymour, and published by Academic 
Press in 1977. In particular, the papers entitled Structure-Solubility Relationships in 

10 Polyimides^ by Harris and Lanier, and Solubility-Structure Study of Polyimides ^ by St. 
Clair, St. Clair and Smith, the teachings of which are hereinby incorporated by 
reference, are germane to the teachings which have been used to attain solubility in 
polyimides while maintaining their desirable high tOTtiperature characteristics. 

While broad generalities, associated with stractural effects on solubility are 

IS impossible, the majority of approaches have included: (1) incorporation of flexible or 
non-symmetrical, thermally-stable linkages in the backbone; (2) the introduction of 
large polar or non-polar substituents along the polymer backbone; and (3) the 
disraption of symmetry and recurrence regularity through the copolymerization of two 
dianhydrides or two diamines. Recently, it has been discovered that soluble 

20 polyimides can also be prepared through the use of substituted 4,4'-diaminobiphenyls. 
The use of such diamines results in twisted polyimide backbones that do not pack well 
in the solid state. Thus, they are readily solubilized in organic solvents, as taught for 
example by the teachings of Harris in U.S. 5,071,997, published December 10, 1991, 
which is hereinby incorporated fully by reference, or as supplemented by the teachmgs 

25 of Harris in pending application Serial No. 08/009,718 wherein die combination of 
appropriate diamines with 2,2'-bis(3,4-dicaiboxylphenyl)-l,l,l,3,3,3-hexafluoropropane 
dianhydride (6FDA) has been found to produce polyimides particularly useful for this 
invention in that such polyimides are readily soluble in ketones and ethers, or by any 
other methods used by those skilled in the art. 
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Additionally, the making of films is also well-known in the art, and for 
example, would include the preparative steps of preparing an approximately 2-12 
weight percent solution of one of the pol3nmides in a solvent which is filtered, and a 
thin film cast onto a substrate with for example, a doctors knife, and the solvent 
5 allowed to evaporate, or by a spin coating technique at between SOO - 2,000 rpm. It is 
appreciated that other techniques are known in the art. 

Typical effective solvents used in the above film-making process would include 
at least phenolics, and preferably polar aprotic solvents, and most preferably ketones 
and ethers. The list provided is merely illustrative of a great many other solvents 
10 which are applicable to the instant invention. 

The critical step is that the polyimide films are cast from polyimides which are 
soluble in the imide form, and not from polyamic acid precursors. The benefit of 
using the soluble polyimides is that better reproducible in-plane orientation is achieved 
when films are prepared in tiiis manner tiian when films are prepared from the 
15 corresponding polyamic acid precursor. 

The film is typically dried under reduced pressure for one hour at ^SO^'C, 
ramped to '^lOO^C for an additional two hours, followed by heating the sample at 
-^ISO'^C for an additional five hours. It is well-known in the art that the times and 
temperatures used in the above illustrative example are dependent upon the 
20 composition of the synthesized polyimide and the conditions would be adjusted 
accordingly. 

The ensuing refractive indices w^ generated for the following polyimides and 
copolyimides comprised of tiie dianhydrides of formulas (I) , (II)» and prefeiredly (X) 



25 




E 
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and wherein R, G, F, B,, p and q have the previously indicated meanings and 
E represents the structure between the amino groups of the diamine of formula (HI) as 
shown in the respective columns of Tables I - V, except when G is indicated to be 
pyromellitic dianhydride, in which case, G is the dianhydride, and not merely 
S indicative of the group G within the dianhydride. 

The choice of substituents G and F relate to the ability to affect the linearity 
and rigidity of the polymer backbone, and thus, the polymer's in-plane orientation in 
thin fihns. This in-plane orientation, critically affects the anisotropy of the film's 
refractive index. In effect, higher in-plane orientation results in a higher in-plane 

10 refractive index. Thus, backbones that are highly linear and rigid display high 
negative birefringence. 

Specifically, Table I indicates the wide variety of polyimide and copoljnmide 
films which can be prepared with negative birefringence without the need of having to 
resort to either uniaxial or biaxial stretching to achieve the necessary orientation for 

IS birefringence. By careful selection of the appropriate diamines and dianhydrides, as 
illustrated by the Markush groups G, F, E, B„, B^ A„, p, q and R, the negative 
birefringence is tailorable for the targeted application which may have the need for a 
film of predetermined thickness of from 0.2 - 20.0 pm. 

The polyimides shown in Table I were synthesized using preparative methods 

20 outlined in the previous exaixq)les and appropriate quantities of reactant diamines and 
dianhydrides as would be obvious in light of Ae previous discussion. 
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TABLE I 

Refractive Indices of Segmented Rigid-Rod Polyimides 



; : .1;^ . ..::i>?^::?'!Lf''.:^S.= x^^^ij 




















6FDA 


PPD 








-J- 




1.593 


1.568 


0.025 


6FDA 


TFMB 








-T-i 


/CP, 

CF J 


1.568 


1.522 


0.046 


BPDA 


DMB 








covalent 




1.757 


1.600 


0.157 


bond 


Of J 
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. Table I (continued) 



... 








•-4^ 


6FDA 


DMB 








CF, 




1.599 


1.559 


0.040 


— C— 
1 

CF J 


\W/ \W/^ 








1 6FDA 


DCM 








J'-l 

1 

CP 3 


Cl Cl 


1.589 


1.557 


0.032 










6FDA 


OTOL 








-T-i 




1.604 


1.554 


0.050 
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Table I (continued) 













6FDA 


DCB 








f 3 




1.625 


1.578 


0.047 


6FDA 


C8F 








-T-i 


«>> Ob 

(^>< 


1.482 


1.469 


0.013 


BPDA 


OTOL 








covalent 
bond 


CH J CHj 


1.760 


L611 


0.149 
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Table I (continued) 







v;;:-:?.>i>;jj ' ^f^. 






6FDA 


DABMB 












1.593 


1.585 


0.008 


BPDA 


DCM 








covalent 
bond 


Cl Cl 


1.709 


1.598 


0 112 


BTDA 


DCM 








o 


Cl Cl 
J 1 


1.683 


1.623 


0.060 
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T(U>le J (continued) 













ODPA 


DCM 








-o— 


Cl CI 
tH, CH^ 


1.679 


1.633 


0.046 


BPDA 


40% DCB 








covalent 


CN 


1.765 


1.624 


0.141 


bond 












60% OTOL 
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Table I (continued) 













BPDA 


70% OTOL 








covalent 
bond 


CH ^ CH ^ 


1.770 


1.609 


0.161 




30% DCB 










CN 
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BPDA 


80% OTOL 








covalent 


CH J CH ^ 


1.769 


1.606 


0J63 


bond 












20% DCB 










or 
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Table I (continued!) 













BPDA 


60% OTOL 








covalent 


CH J CH^ 


1.775 


1.600 


0.175 


bond 












40% PPD 
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Table I (continued) 













6FDA 


70% TFMB 








CF , 
CF 

" 3 




1.568 


1.535 


0.033 




30% BDAF 


















DSDA 


TFMB 








o 

-j- 


CF 

3 


1.617 


1.591 


0.026 
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Table J (continued) 









?"xk::^i|.. . Y..:^* ■• 
^■::^:^flr«^■-=t^.. 




BPDA 


70% TFMB 








covaJent 
bond 


CP 


1 74Q 








30% DCB 










CN 








OPDA 


TFMB 








— o — 




1.639 


1.602 


0.037 




3 
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Table I (continued) 













PMDA 


DABMB 








O O 


CH, io^ 


1.632 


1.554 


0.078 


I \ 


.C«H, 








BTDA 


TFMB 








O 

«_ 


CF 


1.656 


1.565 


0.091 
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Table J (continued) 













BPDA 


70% OTOL 








covalent 
bond 




1.777 


1.598 


0.179 




30% PPD 








BPDA 


TFMB 








covalent 
bond 


CP 

CP J 


1.634 


1.540 


0.094 



wo 94/24191 



PCTAJS94/04445 



54 

By careful selection of the appropriate diamines and dianhydrides, the negative 
birefringence is tailorable for the targeted application for films of predetermined 
thickness. As seen in Table II, by varying composition of the dianhydride of the 
polyimide, through copolymers, the negative birefringence is changed as tfie polymer 
becomes less rigid, as shown when tiiis ratio is varied from the copolyimide to the 
homopolymer as follows: [(BPDA - TFMB)o^ - (PMDA - tFMB)o J to [(BPDA - 
TFMB)o.7 - (PMDA - TFMB)oJ to [(BPDA - TFMB),.o - (PMDA - TFMB)^^]. This 
effect is additionally shown in Figure L 



Table n 

Refractive Indices of Segmented Rigid-Rod Copolyimides 



Dianhydride 


Diamine 


Rati 
o 


"II 




An 


BPDA 


TFMB 












«». 


50% 


1.694 


1.514 


0.180 


PMDA 


TFMB 










O O 




50% 
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Table II (continued) 















BPDA 


TFMB 














70% 


1.674 


1.547 


0.127 


PMDA 


TFMB 










o o 




30% 








BPDA 


















1.634 


1.540 


0.094 
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As additionally shown by the same compositional sequence variation shown in 
the previous table, the backbone rigidity is increased with increasing amounts of 
PMDA, which increases the in-plane orientation, and therefore, increases the negative 
bireiringence of the film as shown in Table III wherein the composition is varied from 
the copolyimide to the homopolymer as follows: [(BPDA - TFMB)o3 - (PMDA - 
TFMB)o3] to [(BPDA - TFMB)o.7 - (PMDA - TFMB)oJ to [(BPDA - TFMB),.o - 
(PMDA - TFMB)o.o] and wherein CTE is the coefficient of themoal expansion. 



Table m 

Refractive Indices of Segmented Rigid-Rod Copolyimides 



SBianhydride 


jbiamine 


Ratio 


T 






RPT>A 
















50% 


340°C 


1.38 


0.180 


PMDA 


TFMB 










O 0 




50% 
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Table III (conHnued) 











CTE'.;' 
















BPDA 


TFMB 












• 


70% 




2.62 


0.127 


/ I 












PMDA 


TFMB 










0 0 




3\J /O 








o o 




























100% 




6.98 


0.094 
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The effect of the group G within the dianhydride on the measured values of the 
refractive indices is shown in Table IV wherein the diamine component of the 
polyimide is the same and the dianhydride is varied. As shown in the table, reducing 
Ae rigidity and linearity between the dianhydride functionality, i.e., nioving from top 
to bottom in the table, will reduce the ultimate film's negative birefringraice. thereby 
enabling a tailoring of the polyimide to the intended application. 
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Table IV 

Effect of G on Negative Birefringence 













BPDA 


TFMB 








covalent 
bond 




1.634 


1.540 


A t\C\ A 

0.094 




I X^JVU> 








o 


CF 
/ * 


1.639 


1.576 


0.063 





^^-^ 

CF J 








6FDA 


TFMB 








CF , 




1.568 


1.522 


0.046 


CP 3 
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Table IV (continued) 
Effect ofGon Negative Birefringence 













ODA 


TFMB 










CP, 

CP J 


1.639 


1.602 


0.037 



In a corresponding maimer, by vaiying the rigidity and linearity of the diamine 
in Ae polyimide» a corresponding effect can be observed as shown in Table V, tfiereby 
pmnitting additional tailoring of die polyimide to fit the targeted application. By 
inchiding the flexible diamine BDAF in the copolyimide, thereby decreasing the 
rigidity of the polymeric backbone, the observed value of the negative birefringence is 
decreased, as expected. 
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Table V 

Effect ofEon Negative Birefringence 



G 










or Jul A 


I FJYLD 








CF , 


CP 
/ ' 


1.567 


1.525 


0.042 


— C— 
CF ^ 


CP J 


















CF, 
— C— 


CF 


1.566 


1.535 


0.030 




30% BDAF 
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The type and position of the substituent An within the diamine of the present 
invention can also have a measurable effect on the negative birefringence as shown in 
Table VI. As shown in the Table, by switching the substituent in the 2 and 2' 
positions on the aromatic ring on the diamine, for example, from CFj to CH3, the more 
electronegative halogen fluorine has a larger effect on the negative birefringence of tfie 
film than hydrogen. Additionally, replacing the substituent from a fairly compact 
methyl radical, to the bulkier alkyl ester, has a pronounced effect on the measured 
negative birefringence of the polyimide film. 



Table VI 

Effect ofA^ on the Negate Birefringence of the Film 





^Diainine 




2'. 


6- 






6FDA 


TFMB 


CF3 


CF3 






0.046 


6FDA 


DMB 


CH, 


CHj 






0.040 


6FDA 


DMBMB 


CO2C4H9 


CO2C4H, 


CHj 


CH3 


0.008 
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And lastly, shown in Table VD, the backbone rigidity effect is shown in the 
comparison vt^eiein the diamine component of the polyimide is increased from one 
ring to two rings, i.e. the backbone is made more rigid. 



TABLE Vn 
Negative Birefringence of Polyimide fUms 





'Dialniiie: . 




1-ring 


6FDA 


PPD 


0.025 


2-rings 


6FDA 


TFMB 


0.046 



Experimental evidence for tiie conclusions discussed so iar are shown in 
Figures 5 and 6, where wide angle X-Ray Dififraction (WAXD) patterns were obtained 
for the transmission and reflection modes for a (BPDA-TFMB)o3 - (PMDA-TFMB)o^ 
copolyimide and compared to the patterns obtained from a highly oriented fiber along 
both the equatorial and meridian directions, respectively. This highly oriented fiber 
was obtained using the teachings of Cheng, Wu, Eashoo, Shu and Harris in Polymer, 
32, 1803-1810 (1991) which is hereinby incorporated by reference. The results 
indicate that the c-axis in the ordered stracture is parallel to the film surface. From 
the viewpoint of chain rigidity and linearity, it is natural to extend diis in-plane 
orientation fix>m the c-axis of the crystal to the molecular chain axis. 

This validity of this extrapolation was studied via fourier transform infrared 
(FTIR) spectroscopy. The fingerprint frequencies are usually identified through tiie 
symmetric and asymmetric stt^etching and in-plane and out-of-plane bending vibrational 
modes. For example, the 1778 cm ' absorption band represents symmetric and 
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asymmetric stretching vibration, and the 738 cm*' absorption band represents the in- 
plane and out-of-plane bending vibrations of the carbonyl groups. These modes may 
be used to study chain orientation utilizing polarized infrared radiation. The stretching 
(1778 cm"') band possesses a transition moment vector lying along the imide plane and 
thus parallel to the chain direction, while the in-plane and out-of-plane bmding of the 
carbonyl groups (738 cm**) has a transition moment vector that is perpendicular to the 
imide plane. In fact, if this transition vector is perfectly aligned perpendicular to the 
film surface, no absorbance of the polarized infrared radiation should be observed. As 
seen in Figure 8 for the copolyimide films, the 738 cm ' absorption band is relatively 
weak, (0.14 in arbitrary unit), while the 1778 cm ' band is about 2.5 times stronger 
than that of the 738 cm"* band. The observations of the weak 738 cm ' band indicates 
that the imide rings in the films are not perfectly parallel to the film surface. 
Furdiermore, a decrease of the absorbance intensity of this band with increasing 
PMDA - TFMB corrq>osition reveals an enhancement of the in-plane orientation 
resulting from an increase in the chain rigidity and linearity. 

Figure 9 also shows the in-plane orientation via transmission electron 
microscopy (TEM) and electron diffiaction (ED) methods. In this figure, the BPDA- 
TFMB thin film is shown after etching in a potassiimi permanganate / phosphoric acid 
solution. Fibril type of textures are obvious. The ED pattern indicates that the c-axis 
of the crystals is parallel to the fibril direction, revealing an in-plane orientation. 

What has been shown is the ability to custom tailor polyimide and copolyimide 
thin films with negative birefringrace. The teachings enable one skilled in tfie art to 
control the degree of in-plane orientation, thereby controlling die amount of negative 
birefringence, through selection of groups which afTect polymer backbone chain 
rigidity, chain linearity, and chain symmetry. 

In all previous dianhydride examples wherein at least two benzene rings were 
employed, the dianhydride rings were unsubstituted. What has been unexpected found 
is that not only do substituents have an effect on the negative birefringence of the 
poljrimide films, but they have a profound influence on the solubility of the 
polyimides. 
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Table DC shows the effect of substituents on the negative birefringence of a 
polyinude film wherein the substituents on the benzene rings are varied, as shown in 
formula (II), and more specifically in fomiula (X) when the substituents are in the 2 
and T positions, along with the diamines of formula (III). 
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Table IX 

Effect of A„ Substitution on Dianhydride 











••■^^as::".?<•^^^•. 




Br 


1.722 


1.633 


0.089 


























1.633 


1.558 


0.075 






1.704 


1.622 


0.082 
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J>•;&^^••.•'•=•■;•;■.^ 




a a 

CH, CB, 


1.674 


1.604 


0.070 




CN 


1.711 


1.623 


0.088 


o 


1 


1.737 


1.653 


0.084 
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';/.1^^il>iaiiiine-:- ■ "VC? 












1.700 


1.604 


0.096 
























— o~o~ 


1.704 


1.622 


0.082 
















1.676 


1.603 


0.073 
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'^:::lDianliyi(lride ' 
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CN 


1.615 


1.549 


0.066 
















1.622 


1.549 


0.073 


O 




1.633 


1.573 


0.060 




I 









t 
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-:iDjaniine=' 












1.599 


1.525 


0.074 
















1.562 


1.497 


0.065 
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What is now shown is the ability to fiirther tailor the negative birefringence 
vahies of the polyimide film by not only providing substituents on the benzyl rings of 
the diamine, but also on the benzyl rings of die dianhydrides. Table X shows a 
comparison of how this additional ring substitution affects the negative birefringoice 
when compared to the unsubstituted dianhydride analog. 



Table X 

Comparison of Substituted vs. Non-Substituted Dianhydrides 



;;;M;;;?iI>iitnhyaiad!e..- :- .\ 


-:i/:sa>i»totoe 








o 




1.634 


1.540 


0.094 












0 


cap. 


1.633 


1.558 


0.075 
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1.760 


1.711 


0.149 






1.704 


1.622 


0.082 






1.709 


1.S98 


0.112 
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1.540 


0.094 
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1.562 


1.497 


0.066 
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What is unexpected about the results is that the solubility of the final polyimide 
can be significantly enhanced by substitution on the benzyl rings of the dianhydride, 
particularly when the substitution occurs in the 2 and 2' positions. This is shown in 
Table XI wherein the dianhydride is represented by formula (X) 



(X) 




wherein n is zero and Z is as defined in Table XI, and the diamine is represented 
formula (XVI) 



(XVI) 




wherein B,^ are defined as listed in Tables XI and Xn. 
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The significance of the ability to solubilize polyimides by additionally placing 
substituents in the 2X positions on the dianhydride is easily seen by the comparison 
of the solubility of the polyimide described in row 4 of Table III wherein B, = Bj = 
CFj and Z = Br. The disubstituted polyimide, in the 2,2' positions of both the 
Sdiamine and the dianhydride is soluble in solvents such as acetone, THF, DMF, 
DMSO, DMAc, and NMP. The homolog polyimide, wherein Z is not present, shown 
in row 5, is soluble only in phenolic solvents. 

Additionally, the disubstituted polyimide described in row 9 of Table m, 
wherein B, = B5 = CI, B3 = B7 = OCH3 and Z = Br, is soluble in THF, DMF, DMSO, 
lODMAc and NMP, The homolog polyimide, wherein Z is not present, shown in row 
10, is insoluble in all organic solvents, except phenolic solvents. 
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Liquid Crystal Compensator 
Fig. 2 is a cioss-sectional schematic side view of a twisted nematic, 
transmissive type normally white liquid crystal display (LCD) constructed according to 
the teachings of U.S. 5,196,953, which is hereinby fiilly incorporated by reference. 
5 The display includes a polarizer layer 52, and an analyzer layer 46, between which is 
positioned a liquid crystal layer 44, consisting of a liquid crystal material in the 
nematic phase. The polarizer and the analyzer, as is indicated by the symbols 48 
(representing a polarization direction in the plane of the drawing) and 41 (representing 
a polarization direction orthogonal to the plane of the drawing); are oriented with their 

10 polarization directions at 90** to one another, as is Ae case for a normally white 
display. A first transparent electrode 15 and a second transparent electrode 14 are 
positioned adjacent to opposite surfaces of the liquid crystal layer so that a voltage can 
be applied, by means of a voltage source 16, across tfie liquid crystal layer. The liquid 
crystal layer is in addition sandwiched between a pair of glass plates 18 and 20. The 

15 inner surfaces of tfie glass plates 18 and 20, which are proximate to the liquid crystal 
layer 44, are physically treated, as by buffing. Substrates 22 and 24 provide support 
structure for the aforementioned layers of the display. 

As is well-known in the LCD art, when the material of tfie liquid ciystal layer 
44 is in the nematic phase and the inner surfaces of the plates 18 and 20 (the surfaces 

20 adjacent to tfie layer 44) are buffed and oriented with their buffed directions 

perpendicular, tfie director n of the liquid crystal material, absrat any applied electrical 
voltage, will tend to align with the buffing direction in the regions of the layer 
proximate each of the plates 18 to tfie second major surface adjacent to the plate 20. 
Consequently, in the absence of an applied electric field, the direction of polarization 

25 of incoming polarized light will be rotated by 90° in travelling through the liquid 
crystal layer. When the glass plates and Ae liquid crystal layer are placed between 
crossed polarizers, such as flie polarizer 48 and Ae analyzer 41, light polarized by the 
polarizer 48 and traversing the display, as exemplified by the light ray 26, will thus be 
aligned with the polarization direction of Ae analyzer 41 and therefore will pass 

30 through the analyzer When a sufficient voltage is applied to flie electrodes 18 and 20, 
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however, the ^plied electric field causes the director of the liquid crystal material to 
tend to align parallel to the field. With the liquid ciystal material in this state, light 
passed by the polarizer 48, as illustrated by the light ray 28. will be extinguished by 
the analyzer 41. Thus an energized pair of electrodes will produce a dark region of 

5 the display, while light passing through regions of the display which are not subject to 
an applied field will produce illuminated regions. As is well-known in the LCD 
display art, an appropriate pattern of electrodes, activated in selected combinations, can 
be utilized in this manner to display alphanumeric or graphic information. 

A multilayer thin film compensator 30 is positioned in the display between tfie 

10 polarizer layer and the analyzer layer to enhance tfie viewing properties of a liquid 

aystal display over a wide range of viewing angles. The compensator includes a first 
series of layers having a first refiractive index which altmiate with a second series of 
layers having a second rcfiactive index. The values of the first and second refiraclive 
indices, as well as the thicknesses of the layers in the first and the second series, are 

15 chosen such that the phase retardation of the multilayer is equal in magnitude but 

opposite in sign to the phase retardation of the liquid crystal layer. An enlarged view 
of the multilayer 30 is depicted in a cross-sectional side view in FIG. 3. This view 
shows a first series 32, 34, 36 of layers having a first thickness d, and a second 
series 38, 40, 42 ... of layers having a second thickness dj. As those skilled in the ait 

20 of optical thin films will ^pieciate, in ord^ to effectively illustrate the concept of this 
invention, the thicknesses of the layers are exaggerated relative to tiie dimensions of an 
actual multilayer, as indicated by the dashed lines in the middle of the multilayer. 

Although the preferred embodiment illustrated here includes a multilayer 
compensator having two series of alternating layers comprising a first and a second 

25 optical material, those skilled in die art will recognize that the concept of a multilayer 
compensator applies as well to more complex multilayers including periodic layer 
structures of three or more materials, as well as multilayers in which the different 
layers of a particular material vary in thickness. Furthermore, the inventive concept is 
applicable to reflective as well as transmissive type liquid crystal displays. 
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What has heretofore not been recognized is that within compensator 30, the 
composition of the negative birefnngent thin film layer can be the polyimides of the 
instant invention, which can be custom-tailored to a desired negative birefnngent 
value, and do not need to resort to the use of stretching to achieve the desired 
5 orientation, and additionally need not be comprised of an inorganic bireinngent crystal, 
such as sapphire. 

Another type of liquid crystal display which can benefit ft^om this invention is 
the supertwist nematic cell, which exhibits voltage response characteristics allowing it 
to be addressed by simple multiplexing, thereby avoiding the expense and 

10 manufacturing difficulty associated with active matrix addressing. The supertwist 
configuration is achieved by doping tfie nraiatic liquid aystal material with a chiral 
additive which gives the cell 270'' of total twist, Supertwist nematic cells are typically 
used in the normally black configuration, often employing the compensation techniques 
described above for noraially black displays. Such cells, however, can also be 

15 operated in Ae normally white mode and such normally white supertwist displays 
would also benefit from the addition of the multilayer compensator of this invention 
for field of view enhancement. Moreover, the compensation scheme of this invention 
is broadly applicable to any liquid crystal display which employs a homeotropically 
aligned state as part of its operation. Odier types of liquid crystal displays, such as for 

20 exanq>le, ferroelectric, can be improved with this invention by acquiring a wider field 
of view in the aligned state which exhibits C-axis symmetry. 

In an alternative embodiment of this invention. Fig. 4 shows a perspective view 
of a liquid crystal display (LCD) constructed according to the teachings of U.S. 
5,138,474, which is hereinby fully incorporated by reference. The display has a 

25 stracture that includes a liquid crystal cell 10 and films 7,8 having positive and 

negative intrinsic birefringence values respectively, and are held between two sheets of 
polarizing sheets 1,9 in an opposed configuration. Additionally liquid crystal cell 10 
includes two sheets of substrates 2,6, two transparent electrodes 3,5, and a liquid 
crystal layer 4 held between the electrodes, and the films interposed between the liquid 

30 crystal cell and the polarizing sheet 9 which is provided on the side of an observer. 
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Once again, as previously, the negative intrinsic birefringent thin film layer 
need not be at least one uniaxially stretched film of a polymer having a negative 
intrinsic birefringence. Rather, the negative birefringent thin film layer can be the 
polyimides of the instant invention, which can be custom-tailored to a desired negative 
5 birefringent value, and do not need to resort to the use of stretching to achieve Ae 
desired orientation. 

While this invention has focused on active matrix displays, there is no need to 
limit the invention to such. In fact, the invention is equally applicable to liquid crystal 
displays which have both, active and passive display areas, the active areas typically 

10 presented by selective energization of dichroic or other liquid crystal,- and the passive 
areas being created by a mask. One such example of a display cell having both active 
and passive areas is tfiat shown in U.S. 5,130,827, to Litton Systems, Inc., which is 
h^inby fiilly incoiporated by reference. Another such illustration of active and 
passive matrix components can be found in U.S. 5,128,782, which is also hereinby 

15 fiilly incorporated by reference. Displays which incorporate fiilly passive display areas 
are also a part of this invention. 

As discussed in U.S. 5,130,827, and shown in Fig. 10, a LCD with passive and 
active display areas is generally indicated by die reference numeral 70. The display 
includes an arcuate fixed element bar graph section 72 and a digital readout section 73, 

20 botti of which are active matrix displays. The display fiirther includes a parameter 

identification indicia 74, parameter units of measurement indicia 76 and bar indicia 78, 
all of which are passive. The particular diq>lay shown gives an indication of engine 
Inlet Turbine Temperature ('TTT") in "C. It will be understood tfiat as tiie temperature 
changes, both the arcuate bar graph section 72 and the digital readout section 73 will 

25 change as required in order to give an accurate indication of temperature. The passive 
display portions 74, 76, and 78 do not change. Both the active portions 72 and 73 and 
passive portions 74, 76, and 78 of the display are illuminated by a rear light source 
111, best seen in Fig. 4. 

In Fig. 11, an LCD cell is generally designated by the reference numeral 80. 

30 As well known in the art, the cell comprises a front glass plate 81 and a rear glass 
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plate 82, best seen in Fig. 4. The plates 81 and 82 are spaced from one another and a 
seal bead 83 between the two plates fonns a closed cavity 84. The cavity 84 is filled 
with a dichroic liquid crystal mixture and a plurality of electrodes 86 are arranged in 
an arcuate bar graph pattern while a second plurality of electrodes 88 are arranged in 
5 three Figure 8 patterns. In use, the electrodes 86 are energized by means of traces 87 
to give an arcuate bar graph readout of ITT, and the electrodes 88 are energized by 
means of traces 89 to give a numerical digital readout of ITT. The dichroic liquid is 
confined to the cavity 84 and creates an active area which is substantially less than the 
total area of the display. 

10 The remaining portion of the display is a passive area 91 which is a 

substantial portion of the total area of the display. The passive area can be defined as 
that area of the display which is free of dichroic liquid. A second seal bead 93 is 
provided around the periphery of the display to secure the front and rear glass plates 
81 and 82 together in order to provide a second cavity 94. It may be desirable in 

IS certain instances to fill the second cavity 94 with an index matching fluid to provide a 
display which is uniform in appearance both in the region of the index matching fluid 
and in the region of the two seal beads 83 and 93 which are often transparmt. The 
use of an indexing matching fluid in the second cavity 94 is optional, however, and 
may be omitted if desired. In an alternate embodiment, the second cavity 94 may be 

20 filled witfi a colored light transmissive fluid to impart a color to the passive portion of 
the display. 

Fig. 12 shows a mask generally designated by the reference numeral 100 
which may be used with the LCD cell of Fig. 1 1 . The mask comprises a rectangular 
cutout 101, an arcuate cutout 102, the indicia markings 74, 76, and 78, and an opaque 

25 background portion 106. The cutouts 101 and 102 are positioned to be in registration 
with the Figure 8 elements 88 and die arciiate bar graph elements 86, respectively, of 
the LCD cell 80 shown in Fig. 11, when the mask 100 is placed against the front glass 
of Ae cell. The indicia markings 74, 76, and 78 are in registration with the passive 
area of the display beyond die perimeter of the closed cavity 84. Although some or 

30 all of the traces 87 and 89 may be in registration with the indicia markings 74, 76, and 
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78 of the mask, the traces are transparent as well known in the art; and accordingly, 
light from the rear light source 1 1 1 is able to pass through the passive area of Ae 
display and illuminate the indicia portions 74, 76, and 78. The indicia of the mask 
may be left clear 

5 or colored as desired. As an example, the numerical indicia 76 and the parameter 
identification indicia 74 may be white, the bar indicia 78 between points 96 and 97 
may be green followed by thicker yellow indicia between points 97 and 98 and thicker 
red indicia between points 98 and 99. The opaque background area 106 of the. mask 
may be black or any color desired as long as contrast is provided with the indicia 

10 portions 74, 76, and 78. 

Fig. 13 is an exploded perspective view of an LCD dial indicator which has 
been removed from tfie housing 108. The mask 100 is positioned adjacent die fix>nt 
glass 81 of the LCD cell 80, and a transflector 1 10 is positioned adjacent the rear glass 
82. The transflector 1 10 acts as a light difruser for the LCD cell 80 in eidier a 

15 reflective mode in which light entering from the front of the LCD is reflected back 
through the LCD, or in a passive mode in which the transflector 110 is a diffriser for 
one or more lamps 111 positioned behind the transflector. 

Although the mask 100 is shown positioned on the front surface of the LCD 
80, it may also be positioned on the rear surface of the LCD between tiie display and 

20 the transflector 1 10 as shown by the phantom outline 1 18. In either position, the mask 
blocks light from the transflector 110 in those regions 106 which are opaque and 
allows light to pass through the indicia portions 74, 76, and 78 and through die cutout 
portions 101 and 102. The light from die transflector 1 10 which appears in the cutouts 

101 and 102 is additionally controlled by the dichroic liquid crystal contained within 
25 the central cavity 84. In this way the information appearing in the cutouts 101 and 

102 may be changed while the information appearing in the indicia portions 74, 76, 
and 78 are unchangeable. Through the use of the invention, the same arcuate bar 
graph electrodes 86 and digital numerical electrodes 88 may be used with different 
masks 100 in order to provide different parameter presentations. 
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The invention has been described with reference to preferred and alternate 
embodiments. Obviously, modifications and alterations will occur to others upon the 
reading and understanding of the specification. It is intended to include all such 
modifications and alterations insofar as they come within the scope of the appended 
S claims or the equivalents thereof. 
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What is Claimed is: 

1 . A homopolymer polyimide film for use in negative birefringence layers in 

liquid crystal displays, the film having a negative birefringence of 0.001 to 0.2, 
the film having been prepared from solutions of soluble poijamides of the type 
having an aromatic dianhydride of general formula (U): 




and a polyaromatic diamine of formula (HI) 



(III) 



H^N 




where 



F and G are selected independently from the group consisting of a 
covalent bond, a CH2 group, a €(€113)2 group, a €(€X3)2 
group where X is a halogen, a €0 group, an O atom, a S 
atom, a SO2 group, a Si(R)2 group wherein R is a 
substituent selected independently firom the group 
consisting of H, phenyl, substituted phenyl, alkyl and 
substituted alkyl from 1 to 20 carbons, and a N(R) group 
wherein R is as defined previously; 
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A is selected from the group consisting of hydrogen, halogen, alkyl, 
substituted alkyl, nitro, cyano, thioalkyl, alkoxy, substituted 
alkoxy» aryl and substituted aryl, aliphatic and aromatic esters 
and combinations thereof of from 1 to 20 carbons; 
B is selected from the group consisting of halogens, C1.3 alkyls, C1.3 
halogenated alkyls, phenyl or substituted phenyl wherein the 
substituents on the phenyl ring include halogens, €,.3 alkyis, C1.3 
halogenated alkyls and combinations thereof; 

z is an integer from 0 to 3; 

n is an integer from 0 to 4; and 

p and q are integers from 0 to 3 and 1 to 3 respectively, and when p and 
q are greater than 1, the linking group between benzyl or 
substituted benzyl groups is F; and 
wherein die negative birefringence of the film is determined by controlling the 
degree of in-plane orientation of the polyimide by tiie selection of G, F, B and 
A, and the values of n, p, q and z which afiTects the polyimide backbone chain 
rigidity and linearity, the higher the rigidity and linearity of the polyimide 
backbone, the larger the value of the negative birefringence of the polyimide 
film. 

2. The film of claim 1 wherein the aromatic dianhydride is selected fit>m the 
group consisting of 3,3',4,4'-benzophenonetetracarboxylic acid dianhydride, 
2,33'»4'-benzophenonetetracaiboxylic acid dianhydride, 
2,2'3»3'-benzophenone tetracarboxylic acid dianhydride, 
33\4,4'-biphenyltetracarfooxylic acid dianhydride, 
bis(2,3-dicarboxyphenyl)methane dianhydride, 
bis(2,S,6-trifluoro-3,4-dicaiboxyphenyl)mediane dianhydride, 
2,2-bis(3,4-dicarboxyphenyl)propane dianhydride, 

2,2-bis(3 ,4-dicarboxyphenyl)- 1 , 1 , 1 ,3 ,3 ,3 -hexafluoropropane dianhydride, 
bis(3,4-dicarboxyphenyl)ether dianhydride, bis(3,4Kiicarboxyphenyl)sulfone 
dianhydride, 4,4 '-[4,4 '-isopropylidene-di(p-phenyleneoxy)]bis(phthalic 
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anhydride), N,N-(3,4-dicarboxyphenyl)-N-inethylamine dianhydride, 
bis(3,4-dicarboxyphenyl)diethylsilane dianhydride, 
23,6,7— naphthalene-tetracarboxylic acid dianhydride, 
l,2,S,6-naphthaIene-tetracarboxyIic acid dianhydride, 
2,6-dichloTonaphthalene-l,4,5,8-tetracarboxylic acid dianhydride, 
thiophene-2,3,4,S*tetracari30xyhc acid dianhydride, 
pyrazine-2,3,5,6-tetracarboxylic acid dianhydride, 
pyridine-2,3,5,6-tetracarboxyIic acid dianhydride, 

2,2'-dibromo-4,4',5,5'-biphenyl tetracarboxylic dianhydride, 2,2'-dichIoTO- 
4,4',5,5'-biphenyl tetracarboxyHc dianhydride, 2,2'-diiodo4,4\5,5'-biphenyl 
tetracarboxylic dianhydride, 2,2'-difluoro-4,4 ',5,5'-biphenyl tetracarboxylic 
dianhydride, 2,2'-bis(trifluon>methyl>4»4 '•5,5'-biphenyltetracarboxylic 
dianhydride, 2,2'-bis(trichloiomethyl)-4»4 '-5,5'-biphCTyltetracaiboxylic 
dianhydride, 2,2'-bis(tribromomethyl)-4»4 '-5,5'-biphenyltetracaiboxylic 
dianhydride, and 2,2'-bis(triiodomethyl>4.4 '-5,5'-biphenyltetracarboxylic 
dianhydride. 

3. The film of Claim 1 wherein the diamine is selected from the group consisting 
of o-phenylenedianune, /n-phenylenediamine, p-phenylenediamine, 
2,4-diaminotoluene, 1 ,4-diamino-2-methoxybenzene, 1 ,4-diamino-2- 
phenylbenzene, l,3-diamino-4-chlorobenzene, 4,4'-diaminobiphenyl, 
4,4'-diaminodiphenylmethane, 2,2-bis(4-aniinophenyl)propane, 
2,2-bis(4-aminophenyl)-l,l,l,3,3,3-hexafluoropropane, 4,4'-diaminodiphenyl 
ether, 3,4'-diaminodiphenyl ether, l,3-bis(3-aminophenoxy)benzene, 
13-bis(4-aminophenoxy)benzene, 1 ,4-bis(4-aminophenoxy)benzene, 4,4'-bis(4- 
aminophenoxy)biphenyl, 4,4'-bis(3-aminophenoxy)biphenyl, 
2,2-bis[4-(4-aminophenoxy)phenyl]propane, 
2,2-bis[4-(4-aniinophenoxy)phenyl]- 1 , 1 , 1 ,3 ,3 ,3-hexa£luoropropane, 
4,4'-diaminodiphenyl thioether, 4,4'-diaminodiphenyl sulfone, 
2,2'-diaminobenzophenone, 3,3 '-diaminobenzophenone, 
1,8-diaminonaphthalene, l,S-diminonaphthalene, 2,6-diaminopyridine, 
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2,4-djaminopyriniidine, 2,4-diamino-s-triazine, 
2,2 '-bis(trifluoromethyl>4,4 '-diaminobiphenyl, 

2,2 '-dibromo-4,4 '-diaminobiphenyl, 2,2 '-dicyano-4,4 '-diaminobiphenyl, 
2,2'-dichloro-6,6 '-diinethyl-4,4 '-diaminobiphenyl, 
2,2'-diinethyl-4,4 '-diaminobiphenyl, 33'-<iiinethyl-4,4 '-diaminobiphenyl, 
2,2'-dicaTboalkoxy-4,4'-dianiinobiphenyI and 
2,2'-dicarboalkoxy-6,6 '-dimethyI-4,4 '-dttaminobiphenyl. 
4. The film of Claim 1 wherein the aromatic dianhydride is formula (X) 




wherein Z is selected from the same group defined previously for B and m is 
an integer from 0 to 2. 
5. The aromatic dianhydride of Claim 4 wherein the dianhydride is selected from 
the group consisting of 2,2'-dibromo-4,4',5,5'-biphenyl tetracarboxylic 
dianhydride, 2,2'-dichloro-4,4',S,S'-biphenyl tetracarboxylic dianhydride, 
2,2'-diiodo-4,4',S,S'-biphenyl tetracarboxylic dianhydride, 
2,2'-difluoro-4,4 %S,S '-biphenyl tetracarboxylic dianhydride, 
2,2'-bis(trifluoromethyl)-4,4 '-5,5'-biphenyltetracarboxylic dianhydride, 
2,2'-bis(trichlorometfiyl>4,4 '-5,S'-biphenyltetracarboxylic dianhydride, 
2,2'-bis(tribromomethyl)-4,4 '•5,5'-biphenyltetracarboxylic dianhydride, and 
2,2'-bis(triiodomethyl)-4,4 '-5,5'-biphenyltetracarboxyIic dianhydride. 
• 6. A homopolymer polyimide film for use in negative birefringence layers in 

liquid crystal displays, the film having a negative birefringence of 0.001 to 0.2, 
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the film having been prepared from solutions of soluble polyimides of the t)^e 
having an aromatic dianhydride of general formula (I): 




and an aromatic diamine of formula (III) 



(m) 




P 



wherein each 

R is a substiturat selected independently from tiie group consisting 
of halogen, phenyl, substituted phenyl, alkyl and substituted 
alkyl of from 1 to 20 carbons; 

F is selected from the group consisting of a covalent bond, a CHj 
group, a C(CH3)2 group, a C(CX^)2 group wherein X is a 
halogen, a CO group, an O atom» a S atom, a SO2 group, a 
Si(R)2 group wherein R is as defined previously, and a N(R) 
group wherein R is as defined previously; 

A is selected from tfie group consisting of hydrogen, halogen, alkyl, 
substituted alkyl, nitro, cyano, thioalkyl, alkoxy, substituted 
alkoxy, aryl and substituted aryl, aliphatic and aromatic ester, 
and combinations thereof of from 1 to 20 carbons; 

n is an integer from 0 to 4; and 
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p and q are integers from 1 to 3 and when p and q are greater 

than 1, the h'nking group between benzyl or substituted 
benzyl groups is F; and 
wherein the negative birefringence of the film is determined by control of the 
degree of in-plane orientation of the polyimide by the selection of R, F and A, 
and the values of n, p and q. which affects the polyimide backbone chain 
rigidity and linearity, the higher the rigidity and linearity of the polyimide 
backbone, the larger the value of the negative birefringence of the polyimide 
film. 

7. The film of Claim 6 wherein the aromatic dianhydride is a 3,6-disubstituted 
pyromelletic dianhydride selected from the group consisting of 
3,6-diphenylpyromellitic dianhydride, 3,6-bis(trifluoromethyl)pyromellitic 
dianhydride, 3,6-bis(methyl)pyromellitic dianhydride, 3,6-diiodopyromellitic 
dianhydride, 3,6-dibromopyromellitic dianhydride and 3,6-dichloropyromellitic 
dianhydride. 

8. The film of claim 6 wherein the aromatic diamine is selected ftom the group 
consisting of o-phenylenediamine, m-phenylenediamine, p-phenylenediamine, 
2,4-diaminotoluene, 1 ,4-diamino-2-metiioxybenzene, 1 ,4-diamino-2- 
phenylbenzene, l,3-diamino-4-chIorobenzene, 4,4'-diaminobiphenyl, 
4,4'-diaminodiphenylmetfiane, 2,2-bis(4-aminophenyl)propane, 

2.2- bis(4-aminophenyl)-l,l,l,3,3,3-hexafluoropropane, 4,4'-diaminodiphenyl 
ether, 3,4'-diaminodiphenyl ether, 13-bis(3-aminophenoxy)benzene, 

1.3- bis(4-aminophenoxy)benzene, 1 ,4-bis(4-aminophenoxy)benzene, 4,4'-bis(4- 
aminophenoxy)biphenyl, 4,4 '-bis(3-aminophenoxy)biphenyl, 
2,2-bis[4-(4-aminophenoxy)phenyl]propane, 
2,2-bis[4-(4-aminophenoxy)phenyl]-l , 1 ,1 3,33-hexafluoropropane, 
4,4'-diaminodiphenyl thioether, 4,4'-diaminodiphenyl sulfone, 
2,2'-diammobenzophenone, 3,3'-diaminobenzophenone, 
1,8-diaminonaphthalene, 1,5-diminonaphthalene, 2,6-diaminopyridine, 

2.4- diaminopyrimidine, 2,4-diamino-s-triazine, 
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2,2 '-bis(trifluoromethyl)-4,4 '-diaminobipheny 1, 

2,2'-dibromo-4,4 '-diaminobiphenyl, 2,2'-dicyano-4.4'^iaininobiphenyU 
2,2'-dichloro-6,6 '-dimethyl-4,4 '-diaminobiphenyl, 

2,2'Kiimethyl-4,4 '-diaminobiphenyK 3,3'-diinethyM,4 '-diaminobiphenyl, 

2,2'-<iicarboalkoxy-4,4 '-diaminobiphenyl and 

2,2'-dicarboalkoxy-6,6 '-dimethyl-4,4 '-diaminobiphenyl. 

A copolyimide film for use in negative birefringence layers in liquid crystal 

displays, the film having a negative birefiringence of 0.001 to 0.2, the fihn 

having been prepared finom solutions of soluble polyimides of the type having 

at least one aromatic dianhydride of general formula (11) 



(ID 




and at least one polyaromatic diamine of formula (III) 



m 




where 

F and G are substituents selected independently fix>m the group 
consisting of a covalent bond, a CH2 group, a C(CH3)2 
group, a €(0X3)2 group wherein X is a halogen, a CO 
group, an O atom, a S atom, a SO2 group, a Si(R)2 group 
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wherein R is a substituent selected from the group 
consisting of H, phenyl, substituted phenyl, alkyl and 
substituted alkyl of irom 1 to 20 carbons, and a N(R) 
group wherein R is as defined previously; 
A is selected from the group consisting of hydrogen, halogen, alkyl, 
substituted alkyl, nitro, cyano, thioalkyl, alkoxy, substituted 
alkoxy, aryl and substituted axyl, aliphatic and aromatic esters 
and combinations thereof of from 1 to 20 carbons; 
B is selected from the group consisting of halogens, C,., alkyls, C,., 
halogenated alkyls, phenyl or substituted phenyl wherein tiie 
substituents on the phenyl ring include halogens, C,., alkyls, C1.3 
halogmated alkyls and combinations thereof; 
z is an integer from 0 to 3; 
n is an integer from 0 to 4; and 

p and q are integers from 0 to 3 and 1 to 3 respectively, and when 
p and q are greater dian 1, the linking group between 
benzyl or substituted benzyl groups is F; 
to form a copolyimide of formula (VII) 




(vn) 

wherein x varies from 100 to 0 while y varies correspondingly from 0 to 100; 
and wherein the negative birefringence of the film is determined by the control 
of the degree of in-plane orientation of the copolyimide by the selection of G, 
F, B and A, and the values of n, p, q, x, y and z, which affects the polyimide 
backbone chain rigidity and linearity, the higher the rigidity and linearity of the 
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polyimide backbone, the larger the value of the negative birefringence of the 
polyimide film. 

10. The film of claim 9 wherein the aromatic dianhydride is selected from the 
group consisting of 3,3',4,4'-benzophenonetetracarboxylic acid dianhydride, 
2,3,3 ',4'-ben20phenonetetracarboxylic acid dianhydride, 
2,2',3,3'-benzophenone tetracarboxylic acid dianhydride, 
3,3\4,4'-biphenyltetracarboxylic acid dianhydride, 
bis(23-dicarboxyphenyl)meAane dianhydride, 
bis(2,5,6-trifluoro-3,4-dicarboxyphenyl)methane dianhydride, 
2,2-bis(3,4-dicarboxyphenyl)propane dianhydride, 

2,2-bis(3,4-dicarboxyphenyl)-l ,1,1 ,333-hexafluoropropane dianhydride, 
bis(3,4^icarboxyphenyl)ether dianhydride, bis(3,4-dicarboxyphenyl)sulfone 
dianhydride, 4,4'-[4,4 '-isopropylidene-di(p-phenyleneoxy)]bis(phtfiaIic 
anhydride), N,N-(3,4-dicaiboxyphenyl)-N-methylamine dianhydride, 
bis(3,4-dicarboxyphenyl)diethylsilane dianhydride, 
2,3,6,7— naphthalene-tetracarboxylic acid dianhydride, 
1,2,5,6-naphthalene-tetracarboxylic acid dianhydride, 
2,6-dichloronaphthalene-l,4,5,8-tetracarboxylic acid dianhydride^ 
diiophene-2,3,4,S-tetracarboxylic acid dianhydride, 
pyrazine-2,3,S,6-tetracarboxylic acid dianhydride, 
pyridine-23,5,6-tetracarboxylic acid dianhydride, 

2,2'-<libromo-4,4',5,5'-biphenyl tetracarboxylic dianhydride, 2,2'-dichloro- 
4,4',5,5'.biphenyl tetracarboxylic dianhydride, 2,2'^iodo-4,4\5,5'.biphenyl 
tetracarboxylic dianhydride, 2,2'-difluoro-4,4',5,5'-biphenyl tetracarboxylic 
dianhydride, 2,2'-bis(trifluoromediyl)-4,4 '-5,5'-biphenyltetracarboxylic 
dianhydride, 2,2'-bis(trichloromethylH.4 '-5,5'-biphenyltetracarboxylic 
dianhydride, 2,2'-bis(tribromomethyl)-4.4 '-5,5'-biphenyltetracarboxylic 
dianhydride, and 2,2'-bis(triiodomethyl)-4»4 '-5,5'-biphenyltetracarboxylic 
dianhydride. 
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11. The film of claim 9 wherein the diamine is selected from the group consisting 
of o-phenylenediamine» m-phenylenediamine, p-phenylenediamine, 
2,4-diaminotoIuene, 1 ,4-diamino-2-methoxybenzene, 1 ,4-diamino-2- 
phenylbenzene, 1 3-diamino-4-chlorobenzene, 4,4'-diaminobiphenyI, 

4,4 '-diaminodiphenyhnethane, 2,2-bis(4-aminophenyl)propane, 
2,2-bis(4-aminophenyl)-l , 1 , 1 ,3,33-hexafluoropropane, 4,4 '-diaminodiphenyl 
ether, 3,4'-diaminodiphenyl ether, 1 ,3-bis(3-aminophenoxy)benzene, 
13-bis(4-aminophenoxy)benzene, l,4-bis(4-aminophenoxy)benzene, 4,4'-bis(4- 
aminopbenoxy)biphenyI, 4,4'-bis(3-aminophenoxy)biphenyI, 
2,2-bis[4-(4-aminophenoxy)phenyl]propane» 
2,2-bis[4-(4-aminophenoxy)phenyI].l,l,1333-hexafluoropropane, 
4,4'-<iiaminodiphenyl thioether, 4,4'-diaminodiphenyl sulfone, 
2,2 '-diaminobenzophenone, 3,3 '-diaminobenzophenone, 
1,8-diaminonaphthalene, l,S-diminonaphthalene, 2,6-diaminopyridine, 
2,4-diaminopyrimidine, 2,4-diamino-s-triazine, 
2,2'-bis(trifluoromethyl)-4,4 '-diaminobiphenyl, 

2,2'-dibromo-4,4 '-diaminobiphenyl, 2,2'-dicyano-4,4'-diaminobiphenyl, 
2,2'-dichloro-6,6 '-dimethyl-4,4 '-diaminobiphenyU 

2,2'-dimethyl-4,4 '-diaminobiphenyl, 3,3'-diniethyl-4,4 '-diaminobiphenyl, 
2,2'-d]carboaIkoxy-4,4 '-diaminobiphenyl and 
2,2'-dicaiboalkoxy-6,6 '-dimethyl-4,4 '-diaminobiphenyL 

12. The fihn of Claim 9 wherein Ae aromatic dianhydride is formula (X) 
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wherein Z is selected firom the group previously defined for B and m is an 
integer from 0 to 2. 

13. The aromatic dianhydride of Claim 12 wherein the dianhydride is selected from 
the group consisting of 2,2'-dichloro-4,4',5,5'-biphenyl tetracarboxylic 
dianhydride, 2,2'-dibromo-4,4',5,5'-biphenyl tetracarboxylic dianhydride. 
2,2'-diiodo-4,4',5,5'-biphenyl tetracarboxylic dianhydride, 
2,2'-difluoro-4,4',5,5'-biphenyl tetracarboxylic dianhydride, 
2^'-bis(trifluoromeAyI)-4.4 '-5,5'-biphenyltetracarboxylic dianhydride, 
2,2'-bis(trichloromethyl)-4.4 '-5,5'-biphenyltetracarboxylic dianhydride, 
2,2'-bis(tribroniomethyl)-4,4 '-5,5'-biphenyltetracaiboxylic dianhydride, and 
2,2'-bis(triiodomethyl)-4.4 '-5,5'-biphenyltetracarboxylic dianhydride. 

14. A cqpolyimide film for use in negative birefringence layers in liquid ciystal 
displays, the film having a native birefringence of 0.001 to 0.2, the film 
having been prepared from solutions of soluble polyunides of the type having 
at least one first aromatic dianhydride of general formula (I) 



(D 




and at least one second aromatic dianhydride of f(»mula (X) 
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and at least one polyaromatic diamine of formula (III) 




where each 

R is a substituent selected independently from tiie group consisting 
of H» phenyl, substituted phenyl, alkyl and substituted alkyl from 
/I to 20 carbons; 
F and G are substituents selected independently from the group 
consisting of a covalent bond, a CHj group, a C(Cll^)2 
group, a C(CX3)2 group wherein X is a halogen, a CO 
group, an O atom, a S atom, a SO2 group, a Si(R)2 group 
wherein R is as defined previously and a N(R) group 
wherein R is as defined previously; 
A is selected from the group consisting of hydrogen, halogen, allcyl, 
substituted alkyl, nitro, cyano, tfaioalkyl, alkoxy, substituted 
alkoxy, aryl and substituted aiyl, aliphatic and aromatic ester and 
combinations thereof of from 1 to 20 carbons; 
B is selected from the group consisting of halogens, €,.3 alkyls, €,.3 
halogenated alkyls, phenyl or substituted phenyl wherein the 
substituents on the phenyl ring include halogens, C1.3 alkyls, €,.3 
halogenated alkyls and combinations thereof, 
z is an integer from 0 to 3; 
n is an integer from 0 to 4; and 
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p and q are integers from 0 to 3 and 1 to 3 respectively, and when 
p and q are greater than 1, the linking group between 
benzyl or substituted benzyl groups is F; 
to form a copolyimide of formula (VIII) 




(vni) 

wherein x varies from 100 to 0 while y varies correspondingly from 0 to 100; 
and wherein the negative birefringence of the film is determined by the control 
of the degree of in-plane orientation of the polyimide by the selection of R, G, 
F, B and A, and tfie values of n, p, q, x, y and z, which affects Ae polyimide 
backbone chain rigidity and linearity, the higher the rigidity and linearity of the 
polyimide backbone, the larger the value of the negative birefringence of the 
polyimide film. 

15, The film of claim 14 wherein the dianhydride is selected from the group 

consisting of pyromelletic dianhydride, 3,6-diphenylpyromenitic dianhydride, 
3,6-bis(trifIuoromethyl)pyromellitic dianhydride, 3,6-bis(methyl)pyromellitic 
dianhydride, 3,6-diiodopyromellitic dianhydride, 3,6-dibromopyromellitic 
dianhydride and 3,6-dichIoropyromellitic dianhydride, 
33\4,4'<-benzophenonetetracarboxylic acid dianhydride, 
2,3,3 ',4'-benzophenonetetracari)oxylic acid dianhydride, 
2,2',3,3'-benzophenone tetracarboxylic acid dianhydride, 
33',4,4'.biphenyltetracarboxylic acid dianhydride, 
bis(23-dicarboxyphenyl)methane dianhydride, 
bis(2,5,6-trifluoro-3,4-dicarboxyphenyl)methane dianhydride, 
2,2-bis(3,4-dicarboxyphenyl)propane dianhydride. 
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2,2-bis(3,4-<Iicarboxyphenyl)-l ,1,1 3,3,3-hexafluoropropane dianhydride, 
bis(3,4-dicarboxyphenyl)ether dianhydride, bls(3.4-dicaiboxyphenyl)suIfone 
dianhydride, 4,4'-[4,4 '-isopropylidene-di(p-phenyleneoxy)]bis(phthalic 
anhydride), N,N-(3,4-dicarboxyphenyl)-N-methylamine dianhydride, 
bis(3,4-dicarboxyphenyl)diethylsilane dianhydride, 
2,3,6,7-naphthalene-tetracarboxylic acid dianhydride, 
1,2,5,6-naphthalene-tetracarboxylic acid dianhydride, 
2,6-dichloronaphthalene-l,4,5,8-tetracarboxylic acid dianhydride, 
tfiiophrae-2,3,4,5-tetracarboxyIic acid dianhydride, 
pyrazine-2,3,5,6-tetracarboxylic acid dianhydride, 
pyridine-2,3,S.6-tetracaTfooxylic acid dianhydride. 

2,2'-dibn)mo-4,4',5,5'-biphenyl tetracarboxylic dianhydride, 2,2'-dichloro- 
4,4',5,5'.biphenyl tetracarijoxylic dianhydride, 2,2'-diiodo-4,4',5,5'-biphenyl 
tetracarboxylic dianhydride, 2,2'-difluoro-4,4',5,5'-biphenyl tetracarboxylic 
dianhydride, 2,2'-bis(trifluon>methyl)-4.4 '-5,5'-biphenyltetracarboxylic 
dianhydride, 2,2'-bis(trichloTomethyl)-4.4 '-5,5'-biphenyltetracarboxylic 
dianhydride, 2,2'-bis(tribromomethyl)-4.4 '-5,5'-biphenyltetracarboxylic 
dianhydride, and 2,2'-bis(triiodometfiyl)-4.4 '-5,5'-biphenyltetracarboxylic 
dianhydride. 

16. The fihn of claim 14 wherein tiie diamine is selected from the group consisting 
of o-phenylenediamine, m-phenyloiediamine, p-phenylenediamine, 
2,4-diaminotoIuene, l,4-diamino-2-me1hoxybenzene, 1 ,4-diamino-2- 
phenylbenzene, l,3-diamino-4-chlorobenzene, 4,4'-diaminobiphenyl, 
4,4 '-diaminodiphenylmethane, 2,2-bis(4-aminophenyl)propane, 
2,2-bis(4-aminophenyl>l,l,13,3.3-hexafluoropropane, 4,4'-diaminodiphenyl 
etfier, 3,4'-diaminodiphenyl ether, l,3-bis(3-aroinophenoxy)benzene, 
13-bis(4-aminophenoxy)benzene, 1 ,4-bis(4-aminophenoxy)benzene, 4,4'-bis(4- 
aminophenoxy)biphenyl, 4,4'-bis(3-aminophenoxy)biphenyl, 
2,2-bis[4-(4-aminophenoxy)phenyl]propane, 
2>bis[4-(4-aminophenoxy)phenyl]-l,l,13,33-hexafluoropropane, 



wo 94/24191 



PCT/US94/04445 



100 

4,4'-<liaminodiphenyl thioether, 4,4'-diaminodiphenyl sulfone, 
2,2 '-diaminobenzophenone, 3 ,3 '-diaminobenzophenonc, 
1,8-diaininonaphthalene, 1 ,5-diininonaphthaIene, 2,6-diaininopyridine, 
2,4-dianiinopyrimidine, 2,4-diaininQ-s-tria2ine, 
2,2'-bis(trifluoromethyl)-4»4 '-diaminobiphenyl, 

2,2'-dibromo-4,4'-diammobiphenyl, 2,2 '-dicyano-4,4 '-diaminobiphenyl, 
2,2 '-dichIoro-6,6 '-dimethyl-4,4 '-diaminobiphenyl, . 
2,2 '-dimethyM,4 '-diaminobiphenyl, 3,3 '-dimethyl-4,4 '-diaminobiphenyl, 
2,2 '-dicarboalkoxy-4,4 '-diaminobiphenyl and 
2,2 '-dicaTboalkoxy-6,6 '-dimethyl-4,4 '-diaminobiphenyl, 
17. The film of Claim 14 wherein the aromatic dianhydride is fomiula (X) 



O 




wherein Z is selected from the same group defined previously for B and m is 
an integer from 0 to 2. 
18. The aromatic dianhydride of Claim 17 wherein the dianhydride is selected firom 
the group consisting of 2,2'-dichloro-4,4',5,5'-biphenyl tetracarboxylic 
dianhydride, 2,2'-dibn>mo-4,4',5,5'-biphenyl tetracarboxylic dianhydride, 
2,2'-diiodo^,4',5,5'-biphenyl tetracarboxylic dianhydride, 
2,2'-difluoro-4,4',5,5'-biphenyl tetracarboxylic dianhydride, 
2,2'-bis(trifluoromethyl>4»4 '-5,5'-biphenyltetracarboxylic dianhydride, 
2,2'-bis(trichloromethyl)-4>4 '-5,5'-biphenyltetracarboxyh'c dianhydride, 
2,2'-bis(tribromomethyl)-4,4 '-5,5'-biphenyItetracarboxylic dianhydride, and 
2,2'-bis(triiodomethyl)-4.4 '-5,5'-biphenyltetracari50xylic dianhydride. 
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19. An improved liquid crystal display of the type having a liquid crystal element, 
at least two light-transmissive birefringent films, at least one film having a 
positive birefringence and at least one other film having a negative 
birefringence, and a polarizing sheet arranged such that the films are held 
between the liquid crystal elements and the polarizing sheet, wherein the 
improvement comprises at least one negative polyimide thin film having a 
negative birefringence, the polyimide film being selected fix>m tfie group 
consisting of 

(a) an organic solvent soluble homopolyimide film, the homopolyimide 
being selected from the group consisting of formulas (i) and (ii), and 




(b) an organic solvent soluble copolyimide film, the copolyimide being 
selected from the group consisting of formulas (i), (ii) and (iiO 
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(ii) 




(iii) 





M 

P 




where each 
R 



is a substituent selected independently from the group 
cocsisting of of H, halogen, phenyl, substituted phenyl, 
aUcyl and substituted alkyl from 1 to 20 carbons; 
F and G v are selected independratly from the group 

consisting of a covalent bond, a CH2 group, a 
C(CH3)2 group, a C(CX^)2 group wherein X is a 
halogen, a CO group, an O atom, a S atom, a SO2 
group, a Si(R)2 group wherein R is as defined 
previously and a N(R) group wherein R is as 
defined previously; A is selected from the group 
consisting of hydrogen, halogen, alkyl, substituted 
alkyl, nitro, cyano, thioalkyl, alkoxy, substituted 
alkoxy, aiyl and substituted aryl, aliphatic and 
aromatic esters and combinations tiiereof of from 1 
to 20 carbons; 

A is selected from the group consisting of hydrogen, 

halogen, alkyl, substituted alkyl, nitro, cyano, thioalkyl, 
alkoxy, substituted alkoxy, aiyl and substituted aiyl. 
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aliphatic and aromatic esters and combinations thereof of 
from 1 to 20 carbons; 

B is selected from the group consisting of halogens, C1.3 
alkyls, C,.3 halogenated alkyls, phenyl or substituted 
phenyl wherein the substiturats on the phenyl ring include 
halogens, C,.3 alkyls, C,.3 halogenated alkyls and 
combinations thereof; 

z is an integer from 0 to 3; 

n is an integer from 0 to 4; 

p and q are integers from 1 to 3 when the polyimide is a 
homopolyimide and are integers from 0 to 3 and 1 
to 3 respectively when the polyimide is a 
copolyimide» and when p and q are greater than 1» 
die linking group between benzyl or substituted 
benzyl groups is F; and 
X, if present, varies from 100 to 0 while y, if present, varies 
correspondingly from 0 to 100. 
20. The display of claim 19 wherein the dianhydride is selected from the group 

consisting of pyromelletic dianhydride, 3,6-diphenylpyromellitic dianhydride, 

3,6-bis(trifluoromethyl)pyromellitic dianhydride, 3,6-bis(methyl)pyromellitic 

dianhydride, 3,6-diiodopyromellitic dianhydride, 3,6-dibromopyromellitic 

dianhydride and 3,6-dichloropyromellitic dianhydride, 

33'»4,4'-benzophenonetetracaiboxylic acid dianhydride, 

2,3,3',4'-benzophenonetetracarboxylic acid dianhydride, 

2,2\3,3'-benzophenone tetracaiboxylic acid dianhydride, 

33\4^4'-biphenyltetracarboxylic acid dianhydride, 

bis(2,3-dicarboxyphenyl)methane dianhydride, 

bis(2,5,6-trifluoro-3,4-dicarboxyphenyl)methane dianhydride, 

2,2-bis(3,4-dicarboxyphenyl)propane dianhydride, 

2,2-bis(3,4-dicarboxyphenyl)- 1,1,1 ,333-hexafluoropropane dianhydride. 
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bis(3,4-<iicarboxyphenyl)ether dianhydride, bis(3,4-dicarboxyphcnyl)sulfone 
dianhydride, 4,4 '-[4,4 '.isopropylidene-di(p-phenyleneoxy)]bis(phthalic 
anhydride), N,N-(3,4-dicarboxyphenyl)-N-inethyIamine dianhydride, 
b]s(3,4*dicarboxyphenyl)diethyIsilane dianhydride, 
23,6,7— naphthalene-tetracarboxylic acid dianhydride, 
l»2,S,6-naphthalene-tetracarboxylic acid dianhydride, 
2,6-dichloronaphthalene-l,4,5,8-tetracarboxyIic acid dianhydride, 
thiophene-2,3,4,5-tetracari3oxyh'c acid dianhydride, 
pyrazine-2,3,5,6-tetracarboxyIic acid dianhydride, 
pyridine-2,3,5,6-tetracarboxylic acid dianhydride, 

2,2'-dibiomo-4,4',5,5'-biphenyI tetracarboxylic dianhydride, 2,2'-dichloro- 
4,4',5,5'-biphenyl tetracarboxylic dianhydride, 2,2'-diiodo-4,4',5,5'-biphenyl 
tetracarboxylic dianhydride^ 2,2'-difluoro-4,4%5,5'-biphenyl tetracarboxylic 
dianhydride, 2,2'-bis(trifluoromethyI)-4,4 '-5,5'-biphenyltetracarboxyIic 
dianhydride, 2,2'-bis(trichloromeAyl)-4»4 '-5,5 '-biphenyltetracarboxylic 
dianhydride, 2,2'-bis(tribroniomethyl)-4,4 '-5,5 '-biphenyltetracarboxylic 
dianhydride, and 2,2'-bis(triiodomethyl>4»4 '-5,5 '-biphenyltetracarboxylic 
dianhydride. 

21. The display of claim 19 wherein the diamine is selected from the group 

consisting of o-phenylenediamine, m-phenylenediamine, p-phenylenediamine, 
2,4-diaminotoIuene, l,4-diamino-2-methoxybenzene, l,4-diamino-2- 
phenylbenzene, 13-<iianiino-4-chlorobenzme» 4,4'-diaminobiphCTyl, 
4,4'-diaminodiphenylmethane, 2,2-bis(4-aminophenyl)propane, 
2,2-bis(4-aminophenyl)-l ,1,1 ,3,33-hexafluoropropane, 4,4'-diaminodiphenyl 
ether, 3,4'-diaminodiphenyI etfier, l,3-bis(3-aminophenoxy)benzene, 
13-bis(4-aminophenoxy)benzene, l,4-bis(4-aminophenoxy)bOTzene, 4,4'-bis(4- 
aminophenoxy)biphenyl, 4,4'-bis(3-aminophenoxy)biphenyl, 
2,2-bis[4-(4-aminophenoxy)phenyl]propane, 
2,2-bis[4-(4-aminophenoxy)phenyl]- 1,1,1 ,3,3,3-hexafluoropropane, 
4,4'-diaminodiphenyl thioether, 4,4'-diaminodiphenyl sulfone. 
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2,2 '-diaminobenzophenone, 3 ,3 '-diaminobenzophenone, 

1 ,8-diaminonaphthalene, 1 ,5-diininonaphthalene, 2,6-dianiinopyridine, 

2,4-diaininopyrimidine, 2,4-diamino-s-triazine, 

2,2 '*bis(trifluoromethy])-4,4 '-diaminobiphenyl, 

2^ '-dibromo-4,4 '-diaminobiphenyl, 2^ '-dicyano-4,4 '-diaminobiphenyl, 
2,2'-dichlorc>-6,6 '-dimethyI-4,4 '-diaminobiphenyl, 

2,2'-dimethyI-4,4 '-diaminobiphenyl, 3,3'-<l™ethyM,4 '-diaminobiphenyl, 
2,2'-dicarboalkoxy-4,4 '-diaminobiphenyl and 
2,2'-dicarboalkoxy-6,6 '-dimethyl-4,4 '-diaminobiphenyl. 
22. The display of Claim 19 wherein the aromatic dianhydride is fomiula (X) 




wherein Z is selected from the same group defined previously for B and m is 
an integer from 0 to 2. 

23. The display of Claim 22 wherein the dianhydride is selected from the group 
consisting of 2^'-dibromo-4,4\5»S'-biphenyl tetracarboxylic dianhydride, 
2,2'-dichloro-4,4',5,5'-biphenyl tetracarboxylic dianhydride, 
2^'-diiodo-4,4',5,5'-biphenyl tetracarboxylic dianhydride, 
2,2'-difluoro-4,4\S,S'-biphenyl tetracarboxylic dianhydride, 
2,2'-bis(trifluoromethyl)-4,4 '-S,S '-biphenyltetracarboxylic dianhydride, 
2^'-bis(trichloromethyl)-4,4 '-5,5 '-biphenyltetracarboxylic dianhydride, 
2,2'-bis(tribromomethyl)-4,4 '-5,5'-biphenyltetracarboxylic dianhydride, and 
2,2'-bis(triiodomethyl>4,4 '-5,5'-biphenyltetracarboxylic dianhydride. 

24. An improved liquid crystal di^lay having a polarizer layer, an analyzer layer, a 
liquid crystal layer disposed between tfie polarizer layer and the analyzer layer. 



✓ 
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a first electrode proximate to a first major surface of the liquid crystal layer, a 
second electrode proximate to a second major surface of the liquid crystal layer, 
the first and second electrodes being adapted to apply a voltage across the 
liquid crystal layer when the electrodes are connected to a source of electrical 
potential, and a multilayer thin film compensator disposed between the polarizer 
layer and the analyzer layer, including a first plurality of layers, each having a 
first refiactive index and a first thickness, alternating with a second plurality of 
layers, each having a second refiactive index and a second thickness, the values 
of the first and second refiactive indices and thicknesses being such that the 
phase retardation of the multilayer is equal in magnitude but opposite in sign to 
the phase retardation of the liquid crystal layer in its homeotropically aligned 
state over a predetermined range of viewing angles, wherein the improvement 
comprises at least one negative polyimide thin film within the compensator 
having a negative birefringence, die polyimide film being selected from the 
group consisting of 

(a) an organic solvent soluble homopolyimide film, the homopoljrimide 
being selected from the group consisting of formulas (i) and (ii), and 



(i) 




(H) 
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an organic solvent soluble copolyimide film, the copolyimide being 
selected from the group consisting of formulas (i)» (ii) and (iit). 




where each 

R is a substituent selected independently from the group 
cocsisting of of H, halogen, phenyl, substituted phenyl, 
alkyl and substituted alkyl from 1 to 20 caibons; 

F and G are independently selected from the group 

consisting of a covalent bond, a CH2 group, a 
CiCHy)2 group, a C(CX^)2 group wherein X is a 
halogen, a CO group, an O atom, a S atom, a SO2 
group, a Si(R)2 group wherein R is as defined 
previously and a N(R) group wherein R is as 
defined previously; 
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A is selected from the group consisting of hydrogen, 

halogen, alkyl, substituted alkyl, nitro, cyano, thioalkyl, 
alkoxy, substituted alkoxy, aryl and substituted aryl, 
aliphatic and aromatic esters and combinations thereof of 
from 1 to 20 carbons; 

B is selected from the group consisting of halogens, C1.3 
alkyls. C,.3 halogenated alkyls, phenyl or substituted 
phenyl wherein the substituents on the phenyl ring include 
halogens, €,.3 alkyls, C1.3 halogenated alkyls and 
combinations thereof; 

z is an integer from 0 to 3; 

n is an integer from 0 to 4; 

p and q are integers from 1 to 3 when the polyimide is a 
homopolyimide and are integers from 0 to 3 and 1 
to 3 respectively when tfie polyimide is a 
copolyimide, and wherein when p and q are 
greater Aan 1, the linking group between benzyl 
or substituted benzyl groups is F; and 
X, if present, varies from 100 to 0 while y, if present, varies 
correspondingly from 0 to 100. 
25. An improved compensator for use in a liquid crystal display having at least one 
negative birefringent film layw and at least one positive birefringent film layer, 
wherein Uie improvement conq[>rises the inclusion of at least one negative 
poiyinoide tfiin film, die polyimide film being selected from the group 
consisting of 

(a) an organic solvent soluble homopolyimide film, the homopolyimide 
being selected from the group consisting of formulas (i) and (ii), and 
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where each 

R is a substituent selected independently from the group 
cocsisting of of H, halogen, phenyl, substituted phmyl, 
alkyl and substituted alkyl from 1 to 20 carbons; 
F and G are selected independently from the group 

consisting of a covalent bond, a CHj group, a 
C(CH^)2 group, a €(0X3)2 group wherein X is a 
halogen, a CO group, an O atom, a S atom, a SO2 
group, a Si(R)2 group wherein R is as defined 
previously and a N(R) group wherein R is as 
defined previously; 
A is selected from the group consisting of hydrogen, 

halogen, alkyl, substituted alkyl, nitro, cyano, tfiioalkyl, 
alkoxy, substituted alkoxy, aryl and substituted aiyl, 
aliphatic and aromatic esters and combinations thereof of 
from 1 to 20 carbons; 
B is selected from die group consisting of halogens, C1.3 
alkyls, C1.3 halogenated alkyls, phenyl or substituted 
phenyl wherein the substituents on flie phenyl ring include 
halogens, C|.3 alkyls, C1.3 halogenated alkyls and 
combmations thereof; 
z is an integer from 0 to 3; 
n is an integer from 0 to 4; 

p and q are integers from 1 to 3 when the polyimide is a 
homopolyimide and are integers from 0 to 3 and 1 
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to 3 respectively when the polyimide is a 
copolyimide, and when p and q are greater than 1 » 
the linldng group between benzyl or substituted 
benzyl groups is F; and 
X, if present, varies from 100 to 0 while y, if present, varies 
correspondingly from 0 to 100. 
26. An improved liquid crystal display comprising a liquid crystal element, at least 
two birefringent fihns and a polarizing sheet arranged that said films are held 
between said liquid crystal element and said polarizing sheet, characterized in 
that said birefringent films are composed of at least one film of a polymer 
having a positive intrinsic birefringence and light transmission properties and at 
least one film of a polymer having a negative intrinsic birefringence and li^t 
transmission properties, wherein the improvCTient comprises at least one 
polyimide film having a negative birefringence, the polyimide film being 
selected from the group consisting of: 

(a) an organic solvent soluble homopolyimide fihn, the homopolyimide 
being selected from the group consisting of formulas (i) and (ii), and 



(0 




(ii) 



/ ». A, A. 
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an organic solvent soluble copolyimide film, the copolyimide being 
selected irom the group consisting of fonnulas (i), (ii) and (iii). 




X y 



where each 

R is a substituent selected independently from the group 
cocsisting of of H, halogen, phenyl, substituted phenyl, 
alkyl and substituted alkyl irom 1 to 20 carbons; 

F and G are selected independendy irom the group 

consisting of a covalent bond, a CH2 group, a 
C(CH3)2 group, a C(CX^)2 group wherein X is a 
halogen, a CO group, an O atom, a S atonti, a SO2 
group, a Si(R)2 group wherein R is as defined 
previously and a N(R) group wherein R is as 
defined previously; 
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A is selected from the group consisting of hydrogen^ 

halogen, alkyU substituted alkyl, nitro, cyano, thioalkyi, 
alkoxy, substituted alkoxy, aryl and substituted aryl» 
aliphatic and aromatic esters and combinations th^wf of 
from 1 to 20 carbons; 

B is selected from the group consisting of halogens, C,., 
alkyls, C,.3 halogenated alkyls, phenyl or substituted 
phenyl wherein the substituents on the phenyl ring include 
halogens, C,.3 alkyls, C1.3 halogenated alkyls and 
combinations thereof; 

z is an integer from 0 to 3; 

n is an integer from 0 to 4; 

p and q are integers from 1 to 3 when the polyimide is a 

homopotyimide and are integers from 0 to 3 and I 
to 3 respectively when the poI>imide is a 
copolyimide, and when p and q are greater than 1, 
the linking group between benzyl or substituted 
benzyl groups is F; and 
X, if present, varies from 100 to 0 while y, if present, varies 
correspondingly from 0 to 100. 
27. The display of claim 26 wherein the dianhydride is selected from the group 
consisting of pyromelletic dianhydride, 3,6-diphenylpyromellitic dianhydride, 
3,6-bis(trifluoromethyl)pyromellitic dianhydride, 3,6-bis(methyl)pyromellitic 
dianhydride, 3,6-diiodopyromellitic dianhydride, 3,6-dibromopyromellitic 
dianhydride and 3,6-dichloropyromelIitic dianhydride, 
33'>4,4'-benzophenonetetracarboxylic acid dianhydride, 
233',4'-benzophenonetetracarboxyIic acid dianhydride, 
2,2'3,3'-benzophenone tetracarboxylic acid dianhydride, 
33',4,4'-biphenyltetracarboxylic acid dianhydride, 
bis(2,3-dicarboxyphenyl)methane dianhydride. 
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bis(2,5,6-trifIuoro-3,4-dicarboxyphenyI)methane dianhydride, 
2,2-bis(3,4-dicarboxyphenyl)propane dianhydride, 
2,2-bis(3,4-dicarboxyphenyl)-l , 1 ,1 ,3,3,3-hexafluoropropane dianhydride, 
bis(3,4-dicarboxyphenyl)ether dianhydride, bis(3,4-dicarboxyphenyl)suIfone 
dianhydride, 4,4 '-[4,4 '-isopropylidene-di(p-phenyleneoxy)]bis(phthaIic 
anhydride), N,N-(3,4-dicarboxyphenyl>N-methylamine dianhydride, 
bis(3,4-dicarboxyphenyl)diethylsilane dianhydride, 
2,3,6,7— naphthalene-tetracarboxylic acid dianhydride, 
1,2,5,6-naphthalene-tetracarboxyIic acid dianhydride, 
2,6-dichloronaphthalene-l,4,S,8-tetracarboxylic acid dianhydride, 
tfiiophene-23 A5-tetracarboxylic acid dianhydride, 
pyTazine-2,3,S,6-tetracarboxylic acid dianhydride, 
pyridine-2»3»3,6-tetracarboxylic acid dianhydride, 

2,2'-dibromo-4,4',5,5'-biphenyI tetracarboxylic iUanhydride, 2,2'-dichlon>- 
4,4',5,5'-biphenyl tetracarboxylic dianhydride, 2,2'-diiodo-4,4',5,5'-biphenyl 
tetracarboxylic dianhydride, 2,2'-difluoro-4,4',5,5'-biphenyl tetracarboxylic 
dianhydride, 2,2'-bis(trifluoromeAyl)-4»4 '-5,5'-biphenyhetracarboxylic 
dianhydride, 2,2'-bis(trichloroniethyI>4»4 '-5,5'-biphenyltetracarboxylic 
dianhydride, 2,2'-bis(tribromomethyl>4>4 '-5,5'-biphenyltetracarboxylic 
dianhydride* and 2,2'-bis(triiodomelhyl)-4»4 '-5,5'-biphenyltetracarboxyIic 
dianhydride. 

28. The display of claim 26 wherein the diamine is selected from the group 

consisting of o-phenylenediamine, m-phenylenediamine, /?-phenylenediamine» 
2,4-diaminotoluene, l,4-diamino-2-methoxybenzene, l,4-diamino-2* 
phenylbenzene, 1 ,3-diamino-4-chlorobenzene, 4,4'-dianiinobiphenyl, 
4,4 '-diaminodiphenylmethane, 2,2-bis(4-aminophenyI)propane, 

2.2- bis(4-aminophenyl)- 1,1,1 ,3,3,3-hexafluoropropane, 4,4 '-diaminodiphenyl 
ether, 3,4'-diaminodiphenyl ether, l,3-bis(3-aminophenoxy)benzene, 

1.3- bis(4-aminophenoxy)benzene, l,4-bis(4-aminophenoxy)ben2ene, 4,4'-bis(4- 
aminophenoxy)biphenyl, 4,4'-bis(3-ammophenoxy)biphenyl, 
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2,2-bis[4-(4-aminophenoxy)phenyl]propane, 

2,2-bis[4-(4-aiTiinophenoxy)phenyl]-l , 1 ,1 ,333-hexafluoropropane, 

4,4'-<iiaininodiphenyI diioether, 4,4'-<iiaminodiphenyl sulfone, 

2,2 '-diaminobenzophenone, 3,3 '-diaminobenzophenone, 

1 ,8-diaminonaphthalene, 1 ,5-diminonaphthalene, 2,6-diaminopyridine, 

2,4-diaminopyrimidine, 2,4-dianiino-s-triazine, 

2,2 '-bis(trifluoromethyl)-4,4 '-diaminobiphenyl, 

2,2'-dibn)mo-4,4 '-diaminobiphenyU 2,2'-dicyaiio-4,4 '-diaminobiphenyl, 
2,2'-dichloro-6,6 '-dimethyl-4,4 '-diaminobiphenyl, 
2,2'-diinethyl-4,4 '^iaminobiphenyl, 3,3'-dimethyl-4,4 '-diaininobiphenyl, 
2,2'-dicarboaIkoxy-4,4'-diaininobiphenyl and 
2,2 ' -dicarboalkoxy-6,6 '-dimethyl-4,4 '-dianiinobiphenyl. 
29. The display of Claim 25 wherein the aromatic dianhydride is fomiula (X) 



Q 




wherein Z is selected from the same group defined previously for B and m is 
an integer from 0 to 2. 
30. The display of Claim 29 wherein the dianhydride is selected from the group 
consisting of 2,2'-dibromo-4,4',5,5'-biphenyl tetracarboxylic dianhydride, 
2,2'-dichloro-4,4%5,5'-biphenyl tetracarboxylic dianhydride, 
2,2'-diiodo-4,4',5,5'-biphenyl tetracarboxylic dianhydride, 
2,2'-difluoro-4,4',5,5'-biphenyl tetracarboxylic dianhydride, 
2,2'-bis(trifluoromethyl>4»4 '-5,5'-biphenyltetracarboxylic dianhydride, 
2,2'-bis(trichloromethyl>4>4 '-5,5'-biphOTyltetracarboxylic dianhydride. 
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2,2'-bis(tribromoniethyl)-4,4 '-5,5'-biphenyltetracarboxyIic dianhydride, and 
2,2'-bis(triiodomethyl)-4»4 '-5,5'-biphenyltetracarboxylic dianhydride. 
3 L In a display having both active and passive areas, a front glass and a rear glass, 
a first sealed cavity formed between the front glass and rear glass, the first 
sealed cavity being filled with liquid crystal material and defining an active 
area which is substantially less than the total area of the display, electrode 
means for selectively energizing the liquid crystal material, a second cavity 
formed between the fix>nt glass and rear glass, the second cavity being free of 
liquid crystal material and defining a passive area which is a substantial portion 
of the total viewing area of the display, a mask on the passive area having 
indicia thereon, the mask comprising cutout areas in registration with the first 
sealed cavity and an opaque material having light transmissive areas which 
form the indicia in registration with the second cavity; and a light source 
behind the rear glass, whereby the active area of the display is varied by 
selective energization of the liquid material, and whereby the indicia on die 
mask is illimiinated by the light source, wherein the improvement comprises at 
least one polyimide film having a negative birefiringence, the polyimide film 
being selected from the group consisting of. 

(a) an organic solvent soluble homopolyimide film, the homopolyimide 
being selected from the group consisting of formulas, (i) and (ii), and 
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an organic solvent soluble copolyimide film, the copolyimide being 
selected from the group consisting of formulas (i\ (ii) and (iii) 




where each 
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R is a substituent selected independently from the group 
cocsisting of of H, halogen, phenyl, substituted phenyl, 
alkyl and substituted alkyl from 1 to 20 carbons; 
F and G • are selected independently from the group 

consisting of a covalent bond, a CHj group, a 
C(CH3)2 group, a C(CXj)2 group wherein X is a 
halogen, a CO group, an O atom, a S atom, a SO2 
group, a Si(R)2 group wherein R is as defined 
previously and a N(R) group wherein R is as 
defined previously; 
A is selected from the group consisting of hydrogen, 

halogen, alkyl, substituted alkyl, nitro, cyano, thioalkyl, 
alkoxy, substituted alkoxy, aryl and substituted aiyl, 
aliphatic and aromatic esters and combinations thereof of 
from 1 to 20 carbons; 
B is selected from the group consisting of halogens, C,.3 
alkyls, C,.3 halogenated alkyls, phenyl or substituted 
phenyl wherein the substituents on the phenyl ring include 
halogens, alkyls, C,., halogenated alkyls and 
combinations thereof; 
z is an integer from 0 to 3; 
n is an integer from 0 to 4; 

p and q are integers from 1 to 3 when the polyimide is a 
homopolyimide and are integers from 0 to 3 and 1 
to 3 respectively when the polyimide is a 
copolyimide, and when p and q are greater than 1, 
the linking group between benzyl or substituted 
benzyl groups is F; and 

X, if present, varies from 100 to 0 while y, if present, varies 
correspondingly from 0 to 100. 
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32. The display of claim 31 wherein the dianhydride is selected from the group 
consisting of pyromelletic dianhydride, 3,6-diphenylpyromeIlitic dianhydride, 
3,6-bis(trifluoromethyl)pyromellitic dianhydride, 3,6-bis(methyl)pyromellitic 
dianhydride, 3,6-diiodopyromellitic dianhydride, 3,6-dibromopyromellitic 
dianhydride and 3,6-dichloropyromellitic dianhydride, 
3,3',4,4'-benzophenonetetracarboxyIic acid dianhydride, 
2,3,3 ',4'-benzophenonetetracarboxylic acid dianhydride, 
2,2\3,3'*benzophenone tetracarfooxylic acid dianhydride, 
3,3',4,4'-biphenyltetracaiboxylic acid dianhydride, 
bis(2,3-dicarboxyphenyl)methane dianhydride, 
bis(2,S,6-trifluoro-3,4-dicarboxyphenyl)mediane dianhydride, 
2,2-bis(3,4-dicaiboxyphenyl)propane dianhydride, 

2,2-bis(3,4-dicaTboxyphenyl>l , 1 , 1 3,3,3-hexafluoropropane dianhydride, 
bis(3,4-dicarboxyphenyl)ether dianhydride, bis(3,4-dicarboxyphenyl)sulfone 
dianhydride, 4,4 '-[4,4 '•isopropylidene-di(p-phenyleneoxy)]bis(phthalic 
anhydride), N,N-(3,4^icarboxyphenyl)-N-methylamine dianhydride, 
bis(3,4-dicarboxyphenyl)diethylsilane dianhydride, 
23>6,7»naphtfialene-tetracarboxylic acid dianhydride, 
1,2,5,6-naphdialene-tetracarboxylic acid dianhydride, 
2,6-dichloronaphthalene-l,4,S,8-tetracarboxylic acid dianhydride, 
fliiophene*23»4,S*tetracarboxylic acid dianhydride, 
P3axizine-2,3,S,6-tetracarboxylic acid dianhydride, 
pyridine-2,3,S,6-tetracarboxylic acid dianhydride, 

2,2'-dibromo-4,4',5,5'-biphenyl tetracarboxylic dianhydride, 2,2'-dichloro- 
4,4',5,5'-biphenyl tetracarboxylic dianhydride, 2,2'-diiodo-4,4',5,5'-biphenyl 
tetracarboxylic dianhydride, 2,2'-difluoro-4,4',5,5'-biphenyl tetracarboxylic 
dianhydride, 2,2'-bis(trifluon>methyl>4,4 '-5,5 '-biphenyltetracarboxylic 
dianhydride, 2,2'-bis(trichloromethyl>4,4 '-5,5 '-biphenyltetracarboxylic 
dianhydride, 2,2'-bis(tribromometfiyl)-4,4 '-5,5 '-biphenyltetracaiboxylic 
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dianhydride, and 2,2'-bis(triiodomethyl)-4»4 '-5,5 '-biphenyltetracarboxylic 
dianhydride. 

33. The display of claim 31 wherein the diamine is selected from the group 
consisting of o-phenylenediamine, m-phenylenediamine, /7-phenylenediamine, 
2,4-diaminotoluene, 1 ,4-diamino-2-methoxybenzcne. 1 ,4-diamino-2- 
phenylbenzene, 1 ,3-diamino-4-chloroben2ene, 4,4'-diaminobiphenyl, 
4,4'-diaminodiphenylmethane, 2,2-bis(4-aniinophcnyl)propane, 

2.2- bis(4-aminophenyl)-l . 1 , 1 3,3,3-hexafIuoropropane, 4,4 '-diaminodiphenyl 
ether, 3,4'-diaminodiphenyl ether, l,3-bis(3-aminophenoxy)benzene, 

1.3- bis(4-aminophenoxy)bOTzene, l,4-bis(4-aminophenoxy)benzene, 4,4'-bis(4- 
aminophenoxy)biphenyl, 4,4'-bis(3-aminophenoxy)biphenyl, 
2,2-bis[4-(4-aminophenoxy)phenyl]propane» 
2,2-bis[4-(4-aminophCTOxy)phenyl]-l,l,133»3-hexafluoropropane, 
4,4'-diaminodiphenyl thioelfaer, 4,4'-diaminodiphCTyl sulfone, 
2,2'-diaminobenzophenone, S^'-^iaminobenzophenone, 
1,8-diaminonaphthaiene, 1,5-diminonaphthalene, 2,6-diaminopyridine, 

2.4- diaminopyrimidine, 2,4-diamino-s-triazine, 
2,2 '-bis(trifluoromethyl)-4,4 '-diaminobiphenyl, 

2,2 '-dibiomo-4,4 '-diaminobiphenyl, 2,2 '-dicyano-4,4 '-diaminobiphenyl, 

2,2'-dichloro-6,6 '-dimethyl-4,4 '-diaminobiphenyl, 

2,2'-dimefliyl-4,4 '-diaminobiphenyl 33'-<iimethyl-4,4 '-diaminobiphenyl, 

2,2 '-dicarboaUcoxy-4,4 '-diaminobiphenyl and 

2,2'-dicarboalkoxy-6,6 '-dimethyl-4,4 '-diaminobiphenyl. 

34. The display of Claim 31 wherein the aromatic dianhydride is formula (X) 
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wherein Z is selected irom the same group defined previously for B and m is 
an integer from 0 to 2. 
35. The display of Claim 34 wherein the dianhydride is selected from the group 
consisting of 2,2'-dibromo-4,4',5,5'-biphenyl tetracarboxylic dianhydride, 
2,2'-dichlon>4,4',5,5'-biphenyl tetracarboxylic dianhydride, 
2,2'-diiodo-4,4',5,5'-biphenyl tetracarboxylic dianhydride, 
2,2'-difluoro-4,4',5,5'-biphenyl tetracarboxylic dianhydride, 
2,2'-bis(trifluorometiiyl)-4,4 '-5,5'-biphenyltetracarboxylic dianhydride, 
2,2'-bis(trichloromethyl>4»4 '-5,5'-biphenyltetracart)oxylic dianhydride, 
2,2'-bis(tribromomethyl>4,4 '-5,5'-biphenyltetracarboxylic dianhydride, and 
2,2'-bis(triiodomethyl)-4,4 '-5,5'-biphenyltetracarboxylic dianhydride. 
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